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(54) Treating metal surfaces to 
improve corrosion resistance 

(57) Metal surfaces, particularly zinc 
and zinc alloy surfaces, are treated 
with an aqueous acidic solution 
containing effective amounts of 

A) hydrogen ions to provide a pH of 
about 1.5 to about 2.2, 

B) an oxidizing agent 

C) at least one of iron, cobalt, 
nickel, molybdenum, manganese, 
aluminium, lanthanum, lanthanide 
mixtures or cerium ions or mixtures 
thereof, or instead of C) iron and 



cobalt ions. Other treating solutions 
also incorporate 

D) chromium ions substantially all 
of which are in the trivalent state, and 
iron ions in combination with an 
additional metal from C) or cerium 
ions, or A), B), C) and D) and F), a bath 
soluble and compatible silicate 
compound or A), B), C) and D) and G), 
a mixture of 1-hydroxyethylidene-1,1 
diphosphonic acid and citric acid or 
mixtures of A), B), C) and D) with two 
or more of E), F) and G). The treating 
solution may optionally further contain 
halide ions and a wetting agent. 
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SPECIFICATION 

Chromium appearance passivate solution and pr cess 

The present invention relates to passivation of metal surfaces to impart the appearance of a 
chromium passivate. 

5 A variety of chromium containing aqueous solutions have heretofore been used or proposed for 5 
treating zinc, zinc alloy, c admium, cadmium alloy and aluminium s urfaces for improving the corrosion 
resistance properties thereof and to further enhance the appearance of such surfaces by imparting a 
yellow or a blue-bright coating thereto, the latter simulating a chromium finish. Such treating solutions 
originally contained chromium in the hexavalent state and in more recent years the chromium 

1 0 constituent was present as a mixture of the hexavalent and trivalent forms. The reduced toxicity of 10 
trivalent chromium and the increased simplicity and efficiency in treating waste effluents containing 
trivalent chromium has occasioned an increased commercial use of passivate solutions in which the 
chromium constituent is substantially entirely in the trivalent state. Such prior trivalent chromium 
passivating solutions have been found to be somewhat less effective than the traditional hexavalent 

1 5 chromium passivating solutions in imparting good corrosion resistance to 2inc and zinc alloy, cadmium, 1 5 
cadmium alloy, and aluminium, aluminium alloy, magnesium and magnesium alloys surfaces and there 
has, accordingly, been a continuing need for further improvement in trivalent chromium passivating 
solutions and processes. 

The excellent corrosion protection provided by hexavalent chromium passivating solutions is 

20 generally associated with a light yellow iridescent passivate film which has been recognised and 20 
embodied in ASTM specifications. Conventionally, trivalent chromium passivate films are of a clear to 
light-blue colour and are of inferior corrosion protection than the yellow hexavalent passivate film. This 
problem has been further aggravated by a conversion from conventional cyanide zinc and cadmium 
plating processes to acid and alkaline non-cyanide electroplating baths which produce metal deposits 

25 which are not as receptive to chromium passivate treatments. * 25 

Typical of prior art compositions and processes for treating metal surfaces are those disclosed in 
United States Patents Numbers 2,393,663; 2,559,878; 3,090,7 1 0; 3,553,034; 3,755,01 8; 
3795,549; 3,880,772; 3,932,1 98; 4,1 26,490; 4,1 71 ,231 ; British Patent Numbers 586,51 7 and 
1 ,461 ,244; and German Patent No. 2,526,832. 

30 According to its broadest aspect the present invention provides an aqueous acidic solution useful 30 
in the treatment of receptive metal substrates to impart a passivate film thereon comprising 

A) hydrogen ions to provide an acidic pH; 

B) an oxidizing agent; and 

C) at least one of iron, cobalt, nickel, molybdenum, manganese, aluminium, lanthanum, 

35 lanthanide mixture or cerium ions or mixtures thereof in an amount effective to impart increased 35 
corrosion resistance to the treated substrate. 

The present invention is particularly applicable but not limited to the treatment of alkaline and 
acidic non-cyanide zinc and cadmium electrodeposits to impart improved corrosion resistance thereto. 
Particularly satisfactory results are obtained on decorative zinc and cadmium electrodeposits of the 

40 bright and semi-bright types although beneficial effects are also achieved on zinc and zinc alloy 40 
substrates such as galvanized substrates, zinc die castings and substrates comprised of cadmium or 
alloys of cadmium predominantly comprised of cadmium. While the invention in its various aspects as 
herein described is particularly directed to the treatment of zinc and zinc alloy surfaces, it has been 
observed that beneficial results are also obtained in the treatment of aluminium, aluminium alloy, 

45 magnesium and magnesium alloy surfaces to form a passivate film or coating thereon. Accordingly, the 45 
present invention in its broad sense is directed to th e treatment of metal surfaces which are receptive 
to the formation of a passivate film th ftreon whqn contacted with the.soIutlon-ottheLXtres ent inventi on 
in accordance with the pro cessparaDie ters disclo sed. ^ 
In accordance with the process aspects of the present invention, zinc, cadmium, zinc alloy, 

50 cadmium alloy, aluminium and magnesium surfaces are contacted with the aqueous acidic treating 50 
solution, at a temperature ranging from aboutAflg.up_to_ab.out.l5.Qi FJ4° to 66°C) for a period of time 
typic ally ranging fr om about 1 0 seconds up to about 1 minute to form the desired p a«gK/?tQ fi ' m 

A treating bath formulation in accordance with the various aspects of the present invention which 
are described in detail below may be applied to a substrate to be treated by spray, immersion, flooding 

55 or the like for a period of time sufficient to form the desired passivate flim thereon. The treating 55 
solution is controlled within a temperature range of about 40° to about 1 50° F (4° to 66°C), with a 
temperature range of about 70° to about 90° F (21° to 32 °C) being preferred. Temperatures above 
about 90°F (32°C) have a tendency to cause a rapid loss of the peroxide-typ oxidizing agents when 
used whereas temperatures below about 70°F (2 1 °C) reduce the activity of the bath requiring 

60 increased contact times to achiev a passivate film of the same thickness or colour intensity as can b 60 
achieved at the higher temperatures at short time intervals. Typically, contact times of about 20 or 30 
seconds to about 1 minute are satisfactorily with contact times of about 30 s conds being usually 
preferred. 

According to a first aspect of the present invention ther is provided a passivating solution which 
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does not contain any chromium ions and is effective for imparting corrosion resistance to zinc 
cadmium and aluminium surfaces as weil as alloys thereof. 

This aspect of the present invention provides a treating solution and process which is effective to 
selectively impart a clear blue-bright or a clear light-yellow passivate film to zinc, zinc alloy, cadmium 
5 cadmium alloy, aluminium and magnesium surfaces which provides for improved corrosion resistance. 5 
The present invention is further characterized by a process which is simple to control and operate and 
which is of efficient and economical operation. 

The benefits and advantages of the first aspect of the present invention are achieved in 
accordance with the composition aspects thereof by providing an aqueous acidic treating solution 

1 0 containing as its essential constituents hydrogen ions preferably to provide a solution pH of about 1 .2 1 0 
to about 2.5 which can be conveniently introduced by mineral acids such as sulphuric acid, nitric acid 
or hydrochloric acid; an oxidizing agSnt of which hydrogen peroxide itself is preferred, preferably 
present in an amount of about 1 to about 20 g/l, iron and cobalt ions in an amount effective to impart 
increased corrosion resistance to the treated substrate and preferably present in an amount of about 

1 5 0.02 to about 1 g/l to form a blue-bright or clear passivate film. 1 5 

The treating solution contains an oxidizing agent in an amount effective to activate the metal 
surface and to form a passivate film thereon, and iron and cobalt ions present in an amount effective to 
activate the bath and to impart integral initial hardness to the passivate film. The treating solution may 
optionally further contain cerium ions present in an amount effective to further activate the bath and to 

20 promote the formation of a clear light-yellow passivate film. Additionally, the treating solution may 20 
optionally contain halide ions including fluoride, chloride and bromide ions for increasing the hardness 
of the passivate film as well as one or more compatible wetting agents preferably in a small amount for 
achieving efficient contact with the substrate being treated. 

The iron and cobalt ions are conveniently introduced into the bath by way of bath soluble and 

25 compatible salts including sulphates, nitrates, or halide salts. The concentration of the combined iron 25 
and cobalt ions to achieve appropriate activation of the treating bath is controlled within a range of 
about 0.02 to about 1 g/l, preferably within a range of about 0.1 to about 0.2 g/l. The iron and cobalt 
ions individually are present in an amount of about 0.01 to about 0.5 g/l with individual amounts of 
about 0.05 to about 0.1 g/l being preferred. 

30 JjVhen_a passivate film is desired having a light-yellow ap pearance, the treating bath further 30 
cpjotainsxeriunuon^^ a c j ear 

^eilowisl^^ -. 

treated. The cerium ions can be introduced in the form of any bath soluble and compatible cerium salt 
including cerium sulphate (Ce(S0J 2 . 4H 2 0); halide salts such as cerous chloride (CeCI 3 . 6H 2 0)« or 

35 nitrate salts such as cerium nitrate {Ce(N0 3 ) • 5H 2 0), (Ce(N0 3 ) 3 (0H> . 3H 2 0). Usually, at least some of the. 35 
cerium ions are introduced into the bath in the tetravalent state to impart the characteristic yellow 
colour of the tetravalent cerium ion into the passivate film. Certain oxidizing agents such as hydrogen 
peroxide, act as a reducing agent under the acid conditions prevalent in the bulk of the operating bath 
and reduce some of the tetravalent cerium ions to the trivalent state. However, oxidizing agents such 

40 as hydrogen peroxide revert from a reducing agent to an oxidizing agent at the interface of the substrates 40 
being treated due to the higher pH prevalent at the interface and oxidize at least some of the trivalent 
cerium ions to the tetravalent state which are deposited in the film and impart the characteristic yellow 
colour thereto. When using such oxidizing agents as hydrogen peroxide, accordingly, all of the cerium 
ions can, if desired, be initially introduced into the operating bath in the trivalent state of which a 

45 portion are oxidized to the tetravalent state at the interface of the substrate. The passivate film usually 45 
contains a mixture of trivalent and tetravalent cerium compounds and the intensity of the yellow colour 
of the film is dictated by the concentration of the tetravalent cerium compounds present The cerium 
ions in addition to imparting a light-yellow colour to the passivate film also improve the corrosion 
resistance of the treated substrate. The cerium sulphate compound, due to solubility difficulties, is 

50 preferably added to the bath in the form of an acid solution such as a dilute sulphuric acid solution 50 
containing the cerium sulphate dissolved therein. 

The concentration of cerium ions in the operating bath can range from about 0.5 up to about 1 0 
g/l with concentrations of from about 1 .0 to about 4.0 g/l being preferred. The concentration of cerium 
ions is in part influenced by the magnitude of the yellow coating desired and higher concentrations of 

55 the cerium ions produce corresponding increases in the yellow colour of the passivate film. 55 
Because of cost considerations, the cerium ions are preferably introduced as a commercially 
available mixtur of rare earth salts of metals in the lanthanide series which contains cerium 
compounds as the principal component. One such commercially available material is a cerous chloride 
solution containing about 46% solids of which CeCI 3 - 6H 2 0 predominates. The cerous chloride solution 

60 is derived from rare earth oxide (REO) concentrate sold by Molycorp, Inc. of White Plains, New Y rk 60 
underproduct code 53 1 0 containing a minimum of 99 percent total REO of which Ce0 2 is 96%, La 2 0 3 
is 2.7%, Nd 2 0 3 is 1% and Pr 6 0 n is 0.3%. A eerie sulphate solution is commercially available from the 
same source containing about 42% solids of which Ce(SOJ 2 - H 2 0 predominates and which is also 
prepared from product code 531 0 containing other rare earth metal compounds in similar minor 

65 amounts. 6g 
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The operating bath in accordance with this first aspect of the present invention can conveniently 
be prepared by employing a concentrate containing the active constituents with the exception of the 
cerium ions and oxidizing agent which is adapted to be diluted with water to which the cerium ions, if . 
employed, and oxidizing agent are separately added to form a bath containing the constituents within 
5 the desired concentration range. Similarly, replenishment of the bath on a continuous or intermittent 5 
basis can be achieved employing a concentrate of the active constituents with the exception of the 
cerium ions and oxidizing agent which are individually added separately to the operating bath. Typically 
a bath make-up concentrate can contain from about 0.5 to about 50 g/l of iron and cobalt ions, halide 
ions up to about 20 g/l and a suitable surfactant in an amount up to about 5 g/l if employed. Such a 

1 0 make-up concentrate is adapted to be diluted with about 96 volume percent water to which cerium 1 0 
ions, if employed, and an oxidizing agent are added to produce an operating bath containing the active 
constituents within the ranges specified. The oxidizing agent such as hydrogen peroxide, for example, is 
separately introduced into the bath preferably in a form commercially available containing from about 
35 to 40 percent by volume hydrogen peroxide. 

1 5 As previously advised, the low solubility of cerium sulphate makes it desirable to introduce this 1 5 
constituent into the operating bath in the form of an aqueous acidic solution. Normally, the use of 
cerium sulphate in the high concentrations necessary to form a concentrate with the remaining active 
constituents other than the peroxide constituent causes precipitation of the cerium compound. Even 
when the cerium is introduced as a halide or nitrate salt, the presence of sulphate ions in the 

20 concentrate employed introduced by the other constituents causes precipitation. 20 
Accordingly, the cerium concentrate is preferably formed as a separate addition component and 
may comprise aqueous acidic solutions of cerous chloride or eerie sulphate having a cerium ion 
concentration of from about 200 to about 320 g/l and about 60 to 1 00 g/l, respectively. Such cerium 
concentrates may conveniently be comprised of the commercially available materials hereinbefore 

25 described available from Molycorp, Inc. 25 
The treating bath contains hydrogen ions preferably in an amount to provide a pH of about 1.2 to 
about 2.5 with a pH range of about 1 .5 to about 2.0 being preferred. Acidification of the operating bath 
to within the desired pH range can be achieved by a variety of mineral acids and organic acids such as 
sulphuric acid, nitric acid, hydrochloric acid, formic acid, acetic acid, or propionic acid of which 

30 sulphuric acid and nitric acid are preferred. The presence of sulphate ions in the bath has been found 30 
beneficial in achieving the desired passivation of the substrate and can be introduced by the sulphuric 
acid addition or sulphate salts of the other bath constituents. Sulphate ion concentrations can range in 
amounts up to about 1 5 g/l with concentrations of from about 0.5 to about 5 g/l being preferred. 
The treating bath further contains an oxidizing agent or agents which are bath compatible of 

35 which peroxides including hydrogen peroxide and metal peroxides such as the alkali metal peroxides 35 
are preferred. Hydrogen peroxide itself of a commercial grade containing about 25% to about 60% by 
volume peroxide constitutes the preferred material. Other peroxides that can be employed include zinc 
peroxide. Additionally, ammonium and alkali metal persulphates have also been found effective as 
oxidizing agents. 

40 -^n^exoncantrjajjan oxidizing agent orjnixturg_.of oxidizing agents is controlled to achieve the 40 
desired surface aDDe atance.jof.the treated substrate. TypicallvithVcoTiceritra^ oxidizing agent 

can range from about 1 to about 20 g/l with an amount of about 3 to about 7 g/l being preferred, 
calculat ed on^weig ht equivalent effectiveness basis to hydrogen peroxide. 

T A<a n 'optlo'^ Sbt preferred constituent, tfte hatft rnav contain halide ions incli]d|nadhlorm 

J45 frromine^Srarrftrnnne ions w hich have been found to enhance the hardness of the passrvSte fllrrYorTthe 45 
treated substrate. The halide ions or mixtures thereof can conveniently be introduced employing any of 
the alkali metal and ammonium salts thereof as well as salts of the metal ions hereinabove set forth. 
The concentration of the total halide constituent in the bath normally may range up to about 8 grams 
per litre with concentrations of about 0.1 to about 2.5 g/l being typical. 

50 In the second fourth and fifth aspects of the invention it may be preferred that the concentration 50 
of the total halide constituent in the bath normally range up to about 2 grams per litre with 
concentrations of about 0.1 to about 0.5 g/l being typical. 

In addition to the foregoing, the use of a small effective amount of a variety of bath compatible 
wetting agents also provides beneficial results in the nature of the passivate film deposited. When 

55 employed, the wetting agent can be present in concentrations up to about 1 g/l with concentrations of 55 
about 50 to about 1 00 mg/i being preferred. 

Wetting agents suitable for use in the treating bath include aliphatic fluorocarbon sulphonates 
available from 3M und r the Fluorad brandname, such as, for example, Fluorad FC 98, which is a non- 
foaming wetting agent and its use at about 100 mg/l in the working bath improves the colour and 

60 hardness of the passivate film. A second class of suitable wetting agents is the sulpho-derivatives of 60 
succinates. An example of this class is Aerosol MA-80 which is dihexyl est r of sodium sulphosuccinic 
acid and is commercially available from American Cyanamid Company. A third class of suitable wetting 
agents is the sulphonates of naphthalene which are linear alkyl naphthalene sulphonates, such as Petro 
BA, for example, available from Petrochemical Company. 

65 According to the second aspect of the pr sent invention there is provided a treating solution and 65 
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process which is effective to impart improved corrosion resistance to zinc, zinc alloy, cadmium and 
cadmium alloy, as well as aluminium and magnesium surfaces and to impart a desirable surfaces finish 
which can range from a clear bright to a light blue-bright appearance, which process is simpl to control 
and operate and which is of efficient and economical operation. This and the third to seventh aspects of 
5 the invent! n all utilize trivalent chromium ions. g 

The benefits and advantages of the second aspect of the present invention are achieved in 
accordance with the composition aspects thereof by providing an aqueous acidic treating solution 
containing as its essential constituents, c hromium ionss ubstantially all of which are present in the 
tgyglent state preferably at a r.nnront ration nHrn^ fflh ^7 t p ftp; qrams per litre (g /l) up to saturation 

1 0 hydrogen ions preferably to provide a solution pH of about 1^5 to about 2,2 which^Be^n^temly 1 0 
introduced by mineral acids such as sulphuric acid, nitric acid or hydrochloric acid, an oxidizing agent of 
which hydrogen peroxide itself is preferred, preferably present in an amount of about 1 to about 20 g/l 
and iron ions preferably present in an amount of about 0.05 to about 0.5 g/l e.g in the ferric state in 
further combination with at least one additional metal ion selected from the group consisting of cobalt, 

1 5 nickel, molybdenum, manganese, lanthanum, lanthanide mixture and mixtures thereof present in an 15 
amount effective to impart increased corrosion resistance to the treated substrate and to activate the 
bath and the formation of a chromium passivate film on the substrate treated. As mentioned for the 
first aspect of the invention the solution may further optionally contain halide ions for imparting initial 
hardness to the coating,j3s well as a wetting agent 

20 In ttfis second aspectof the invention whilst it is applicable in the same way as the first aspect, in 20 

the case^eco«tive^meelectroplatings, a further enhancement of the appearance of such substrates 
in addition to the corrosion resistance imparted is achieved by the passivate film which ranges from a 
clear bright to a light blue bright appearance simulating that of a chromium deposit. 

T te4reatfft§^solutkm^ntak^^ an amount effect ive to activate the hvdrated 

25_ trivalent chrom the metarsffiTaceTfi^n ions present in the operating 25 

oath in the ferric state at a concentration 0i05 to about 0.5 grams per litre and at 

least one additional metal ion selected from the group consisting of cobalt, nickel, molybdenum, 
manganese, lanthanum and mixtures thereof present in an amount effective to impart integral initial 
hardness to the gelatinous chromate film. 

30 The trivalent chromium ions can be introduced in the form of any-bathsoJuble and compatible 30 
jaksuch as chromium sulphate (Cr 2 (S0 4 ) 2 ), chromium alum (KCrtSO^J, chromhim^ 
chromium bromide (CrBr 3 ), chromium fluoride (CrF 3 ), or chromium nitrate (CrN0 3 ). The trivalent 
chromium ions can also be introduced by a reduction of a solution containing hexavalent chromium 
ions employing an appropriate reducing agent of any of the types well known in the art to effect a 

35 substantially complete stoichiometric reduction of all of the hexavalent chromium to the trivalent state. 35 
inhoJ bV0 ^ — T hc- o oncontratteg^a^ treating sol ution may range from as lo w 

. f ~£$^fafiWiJ!^^ saturation with quantities of about O^to 2g7TBemg preferred. Typically, the - 

^{P^C^*- ■ . operating bath contaTnsTfom about 0.5 to about 1 g/l trivalent chromium Ions. 

The treating solution further contains iron ions preferably present in an amount of about 0.05 to 

40 about 0.5 g/l with concentrations ranging from about 0.1 to about 0.2 g/l being preferred. The iron ions 40 
in the operating bath are predominantly in the ferric state due to the presence of bath oxidizing agents 
although they can be added in the ferrous form. As in the case of the chromium ions, the iron ions can 
be added to the bath in the form of any bath soluble and compatible iron salt such as ferrous 
ammonium sulphate, ferric sulphate, ferric nitrate, or iron halide salts. Of the foregoing, ferric sulphate 

45 comprises the preferred material for economic reasons and because the use of this salt also introduces 45 
the desired sulphate ions into the solution. 

In addition to the iron ions, the bath further contains at least one additional metal ion selected 
from the group consisting of cobalt nickel, molybdenum, manganese, lanthanum, as well as mixtures 
thereof. The foregoing metal ions or mixtures of metal ions are conveniently introduced as in the case 

50 of the iron ions, by way of bath soluble and compatible metal salts including the sulphates, nitrates or 50 
halide salts. For economic reasons, the lanthanum ions are preferably introduced not as a pure 
lanthanum compound, but as a mixture of the rare earth salts of the metals of the lanthanide series, 
(hereinafter designated as "lanthanide mixture") which contains lanthanum compounds as the 
predominant constituent A commercially available lanthanide mixture which is suitable for use in the 

55 practice of the present invention is Lanthanum-Rare Earth Chloride, product code 5240, available from 55 
Moiycorp, Inc. of White Plains, New York. This product has the general formula LA— RECI 3 * 6H 2 0 and 
is available as a solution containing about 55 to 60% by w ight solids. The solution is prepared from a 
rare earth oxide (REO) concentrate containing a minimum of 46% by weight total REO comprising 
about 60% lanthanum oxide (La 2 0 3 ), 21 .5% n odymium oxide (Nd 2 0 3 ), 1 0% cerium oxid (CeO,) 7.5% 

60 praseodymium oxide (Pr 6 0„) and 1 % of residual REO. ' 6Q 

The presence of such other rare arth metals in the solution do s not appear to have any adverse 
effect at the low concentrations in which they are present and may further contribut to the activation of 
the treating solution in forming the passivate film. 

The concentration of the additi nal metal ions for appropriate activation of th tr ating bath is 
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controlled t provide a concentration ranging from about 0.02 up to about 1 g/l with concentrations of 
from about 0.1 to about 0.2 g/l being preferred. 

The operating bath in accordance with this second aspect of the invention can conveniently b 
prepared by employing a concentrate containing the active constituents with the exception of the 
5 oxidizing agent which is adapted to be diluted with water to form a bath containing the constituents 
within the desired concentration range. Similarly, replenishment of the bath on a continuous or 
intermittent basis can be achieved employing a concentrate of the active constituents with the 
exception of the oxidizing agent which is add^s^paratejytotheopar^ Typically a bath 
make-up concentrate can contain from atSoutl 0 toab^uTWgTTc^^Ujm ion^ about 0.5 foaSout 10 
1 0 g/l iron ions, from about 5 to about 50 g/l of at le^olTeladditionar metalTon of the group consisting of 
cobalt, nickel, molybdenum, manganese, lanthanum, lanthanide mixture or mixtures thereof halide 
ions up to about 20 g/l and a suitable surfactant in an amount up to about 5 g/l if employed. Such a 
make-up concentrate is adapted to be diluted with about 98.5 volume percent water to produce an 
operating bath containing the active constituents within the ranges specified. The oxidizing agent such 
1 5 as hydrogen peroxide, for example, is separately introduced into the bath preferably in a form 
commercially available-staining from about 35 to 40 percent by volume hydrogen peroxide. 

According to<fhe third aspect of,the present invention there is provided a treating solution and 
process which is efret*teMo4mparfa clear light-yellow passivate film to zinc, zinc alloy, cadmium, 
cadmium alloy, aluminium and magnesium surfaces which provides for improved corrosion resistance 
20 approaching or comparable to that heretofore obtained employing conventional hexavalent chromium 20 
passivatmg solutions. The present invention is further characterized by a process which is simple to 
control and operate and which is of efficient and economical operation. 

The benefits and advantages of the third aspect of the present invention are achieved in 
accordance with the composition aspects thereof by providing an aqueous acidic treating solution 
25 containing as its essential constituents, chromium ions substantially all of which are present in the 25 
tnvalent state preferable at a concentration of from about 0.05 grams per litre (g/l) up to saturation 
hydrogen ions preferably to provide a solution pH of about 1 .2 to about 2.5 which can be conveniently 
introduced by mineral acids such as sulphuric acid, nitric acid, or hydrochloric acid; an oxidizing agent 
of which hydrogen peroxide itself is preferred, preferably present in an amount of about 1 to about 20 
30 g/l and cerium ions present in an amount effective to activate the bath and the formation of a clear 30 
light-yellow chromium passivate film on the treated substrate. 

In addition to the cerium ions in the treating solution, the solution may optionally and preferably 
further contain an additional metal ion selected from the group consisting of iron, cobalt, nickel, 
molybdenum, manganese, lanthanum, lanthanide mixtures as well as mixtures thereof to provide a 
35 further activation of the bath and passivate film formation. As mentioned for the earlier aspects of the 35 
invention the solution may optionally also contain halide ions for imparting hardness to the coating in 
addition to a small amount of a wetting agent. The cerium ions can be introduced with the treating 
solution in this third aspect of the invention in the same manner as described for the first aspect of the 
invention. 

40 In addition to the cerium ions, the bath may further optionally and preferably contain at least one 40 
additional metal ion selected from the group consisting of iron, cobalt, nickel, molybdenum, ■ 
manganese, lanthanum, lanthanide mixtures as well as mixtures thereof. Such metal ions may be 
introduced into the treating solution in this third aspect of the invention in the same manner as already 
described for the second aspect. 
45 The operating bath in accordance with this third aspect of the invention can conveniently be 45 
prepared by employing a concentrate containing the active constituents with the exception of the 
cerium ions and oxidizing agent which is adapted to be diluted with water to which the cerium ions and 
oxidizing agent are separately added to form a bath containing the constituents within the desired 
concentration range. Similarly, replenishment of the bath on a continuous or intermittent basis can be 
50 achieved employing a concentrate of the active constituents with the exception of the cerium ions and 50 
oxidizing agent which are individually added separately to the operating bath. Typically a bath makeup 
concentrate can contain from about 10 to about 80 g/l chromium ions, from about 0.5 to about 50 g/l 
of additional metal ions of the group consisting of iron, cobalt, nickel, molybdenum, manganese 
lanthanum, lanthanide mixture, or mixtures thereof, halide ions up to about 20 g/l and a suitable 
55 surfactant in an amount up to about 5 g/l if employed. Such a make-up concentrate is adapted to be 55 
diluted with about 96 volume percent water to which cerium ions and an oxidizing agent are added to 
produce an operating bath containing the active constituents within the ranges specified. The oxidizing 
agent such as hydrogen peroxide, for example, is separately introduced into the bath preferable in a 
form commercially available containing from about 35 to 40 percent by volume hydrogen peroxide. 
60 As previously advised, the low solubility of cerium sulphate makes it desirable to introduce this 60 
constituent into the op rating bath in the form of an aqueous acidic solution. Normally, the use of 
cenum sulphate in the high concentrations necessary to form a concentrate with the remaining active 
constituents other than the peroxide constituent causes precipitation of the cerium compound. Even 
when the cenum is introduced as a halide or nitrate salt, the presenc of sulphate ions in the 
65 concentrate employed introduced by the other constituents causes precipitation. Accordingly, the 65 
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cerium concentrate is preferably formed as a separate addition component and may comprise aqueous 
acidic solutions of cerous chloride or eerie sulphate having a cerium ion concentration of from about 
200 to about 320 g/l and about 60 to 1 00 g/l, respectively. Such cerium concentrates may 
conveniently be comprised of the commercially availabl materials hereinbefore described available 

5 from Molycorp, Imy 

According to<tri e fourth aspectg f the present invention there is provided a treating solution and 
process which is effective to impart improved corrosion resistance to zinc, zinc alloy, cadmium and 
cadmium alloy, as well as aluminium and magnesium surfaces and to impart a desirable surface finish 
which can range from a clear bright to a light blue-bright to a yellow iridescent appearance, which ^ 

1 0 produces a passivate film of improved clarity and initial hardness, which process is simple to control 1 0 
and operate and which is of efficient and economical operation. 

The benefits and advantages of the fourth aspect of the present invention are achieved in 
accordance with the composition aspects thereof by providing an aqueous acidic treating solution 
containing as its essential constituents, chromium ions substantially all of which are present in the 

1 5 trivalent state preferably at a concentration of from about 0.05 grams per litre (g/l) up to saturation, 1 5 
(and which can be introduced as discussed for the second and third aspects), hydrogen ions preferably 
to provide a solution pH of about t .2 to about 2.5 which can be conveniently introduced by mineral 
acids such as sulphuric acid, nitric acid, or hydrochloric acid, an oxidizing agent of which hydrogen 
peroxide itself is preferred, preferably present in an amount of about 1 to about 20 g/l, a bath soluble and 

20 compatible organic carboxylic acid present in an amount effective to impart initial hardnes and clarity 20 
. to the passivate film, the said organic acid having the structural formula: 

(0H) a R (COOH) b 

Wherein: 

a is an integer from 0 to 6; 
25 b is an integer from 1 to 3; and 

R represents an alkyl, aikenyl, or aryl group containing from C, to C 6 carbon atoms; 
as well as the bath soluble and compatible salts thereof, and at least one additional metal ion 
selected from the group consisting of iron, cobalt, nickel, molybdenum, manganese, lanthanum, cerium 
and lanthanide mixtures, as well as mixtures thereof present in an amount effective to activate the bath 
30 and formation of a chromium passivate film of the desired appearance on the substrate treated 30 
desirably imparting initial hardness to the gelatinous chromate film. As mentioned for the earlier 
aspects of the invention the solution may further optionally contain halide ions for imparting additional 
hardness to the coating, as well as a wetting agent. In this fourth aspect of the invention whilst it is 
applicable in the same way as the first aspect in the case of decorative zinc electroplatings, a further 
35 enhancement of the appearance of such substrates in addition to the corrosion resistance imparted is 35 
achieved by the passivate film which ranges from a clear bright to a light blue bright appearance 
simulating that of a chromium deposit or alternatively, a clear light-yellow appearance simulating that 
obtained by use of a prior art hexavalent chromium solutions. 

in addition, the bath further contains at least one additional metar ion selected from the group 
40 consisting of iron, cobalt, nickel, molybdenum, manganese, lanthanum, lanthanide mixtures and 40 
cerium, as well as mixtures thereof. The foregoing metal ions or mixtures of metal ions are conveniently 
introduced into the bath by way of bath soluble and compatible metal salts including the sulphates, 
nitrates or halide salts, as discussed for the second and third embodiments and such materials as are 
discussed above for those aspects can be and desirably are used in this aspect of the invention. 

The concentration of the additional metal ions other than cerium ions for appropriate activation of « 
the treating bath to produce a clear to blue-bright appearance is controlled to provide a concentration 
ranging from about 0.02 up to about 1 g/l with concentrations of from about 0.1 to about 0.2 g/l being 
preferred. While such metal ions can be used in concentrations above 1 g/l, such as, up to 1 0 g/l, the 
use of such higher concentrations even in the absence of cerium ions tends to produce dull films of a 
yellow tint rather than the desired clear or light-blue films. For this reason, such higher concentrations 
are undesirable from an appearance standpoint. 

A further essential constituent of the improved bath of the present invention comprises an 
organic carboxylic acid or salt thereof of the structural formula as hereinbefore set forth present in an 
amount effective to impart increased clarity and initial hardness to the gelatinous chromate film 
deposited. The unexpected improvement in clarity of the film is particularly pronounced in connection 55 
with the light-yellow iridescent films produced from cerium ion containing solutions. The particular 
concentration or range of concentrations of the clanVhardness agent will vary in proportion to 
molecular weight of the particular acid and/or metal salt employed with higher concentrations required 
for an equivalent effectiveness as the molecular weight of the additive agent increases. The particular 
60 concentration to achiev optimum clarification and hardness is also dictated to some extent by the 60 
concentration of th other metal ions present in the bath with higher concentrations being used as the 
metal i n concentrations increase. Generally, the organic carboxylic acid additive agent or metal salts 
thereof can be employed in amounts ranging from about 0.05 up to about 4.0 g/l with concentrations 
of about 0.1 to about 1 .0 g/l being usually preferred. 
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The additive can be introduced as the organic acid itself or as any bath soluble and compatible 
metal salt including the alkali metal salts, ammonium salts and salts of the several additional metal Ions 
in the bath. For economic reasons, the organic acid is usually introduced as an acid or as the sodium or 
potassium salt thereof. . . ~ 

5 Within the scope of the structural formula as hereinabove set forth, organic carboxylic acids 5 
which have been found particularly suitable include malonic, maleic, succinic, gluconic, tartaric and 
citric acids, of which succinic and or succinate salts have been found particularly effective. 

The operating bath in accordance with this fourth aspect of the invention can conveniently be 
prepared by employing a concentrate containing the active ingredients with the exception of the 

1 0 oxidizing agent and cerium ions, if used, which is adapted to be diluted with water to form a bath 1 0 

containing the constituents within the desired concentration range. Similarly, replenishment of the 
bath on a continuous or intermittant basis can be achieved employing a concentrate of the active 
constituents with the exception of the oxidizing agent and cerium ions, if used, which is added 
separately to the operating bath. Typically, a bath make-up concentrate can contain from about 1 0 to 

1 5 about 80 g/l chromium ions, from about 1 .0 to about 80 g/l of the organic carboxylic acid and/or salt 1 5 
additive agent, from about 5 to about 50 g/l of at least one additional metal ion of the group consisting 
of iron, cobalt, nickel, molybdenum, manganese, lanthanum, lanthanide mixture or mixtures thereof, 
halide ions up to about 5 g/l if employed. Such a make-up concentrate Is adapted to be diluted with 
about 98 volume percent water to produce an operating bath containing the active constituents within 

20 the ranges specified. The oxidizing agent such as hydrogen peroxide, for example, is separately 20 
introduced into the bath preferably in a form commercially available containing from about 35 to 40 
* percent by volume hydrogen peroxide. The cerium ions when employed, are preferably introduced in 
the form of an aqueous acid solution of cerous chloride or eerie sulphate having cerium ion 
concentration of from about 200 to about 320 g/l and about 60 to about 1 00 g/l, respectively. Such 

25 cerium concentrates may be conveniently comprised of the commercially available materials 25 
hereinbefore described available from Molycorp, Inc. 

According to the fifth aspect of the present invention there is provided a treating solution which 
aims to reduce the severity of a problem of loss of oxidizing agent associated with prior art baths. Thus 
while improvements have been made in trivalent chromium passivate compositions and processes to 

30 produce commercially acceptable passivate films, a continuing problem associated with such operating 30 
baths has been the relatively rapid loss of the peroxide-type oxidizing agent, particularly hydrogen 
peroxide, which is present as a necessary bath constituent to achieve acceptable passivate films. Such 
prior art operating baths also undergo a relatively rapid rise in pH necessitating careful control and 
addition of acids to maintain the pH level within the optimum operating range. The progressive loss of 

35 the peroxide-type oxidizing agent, particularly hydrogen peroxide, is due in part to the presence of 35 
activating metal ions present in the solution as well as contaminating metal ions such as zinc or < 
cadmium, for example, introduced by dissolution of the metal from the substrates being treated which 
tend to catalyze a decomposition of the peroxide oxidizing agent The progressive loss of the peroxide- 
type oxidizing agents occurs not only during processing but also during standing of the bath overnight 

40 and over weekends during plant shutdown. Typically, a fresh operating bath containing 3% by volume 40 
of a 35% solution of hydrogen peroxide on standing overnight will lose about 0.1% by volume per hour 
of the hydrogen peroxide oxidizing agent while a used solution containing from about 2 to about 10 
grams per litre of contaminating zinc ions will experience a loss of hydrogen peroxide at a rate as great 
as about 0.4% by volume per hour. It will be apparent from the foregoing that careful monitoring of the 

45 operating bath composition and frequent replenishment of the peroxide oxidizing agent is required to 45 
maintain optimTfirnba*ksfficiency which is not only costly but also time consuming. 

Thus this fifth aspeCTjof the present invention aims to provide a treating solution and process which 
is effective Wtmpaft4m^roved corrosion resistance to zinc, zinc alloy, cadmium and cadmium alloy, as 
well as aluminium and magnesium surfaces and to impart a desirable surface finish which can range 

50 from a clear bright to a light blue-bright to a yellow iridescent appearance, which produces a passivate 50 
film of improved corrosion resistance, hardness, durability, clarity and initial hardness, which provides a 
treating solution that is stabilized against rapid loss of the peroxide oxidizing agent and against a rapid 
rise in pH, which process is simple to control and operate and which is of efficient and economical 
operation. 

55 The benefits and advantages of the fifth aspect of the present invention are achieved in 55 
accordance with the composition aspects thereof by providing an aqueous acidic treating solution 
containing as its ssential constituents, chromium ions substantially all of which are present in the 
trivalent stat preferably at a concentration of from about 0.05 grams per litre (g/l) up to saturation 
(and which can be introduced as discussed for the second to fourth aspects), hydrogen ions preferably 

60 to provide a solution pH of about 1 .2 to about 2.5 which.can be conveniently introduced by mineral 60 
acids such as sulphuric acid, nitric acid, hydrochloric acid or the like, an oxidizing agent of which 
hydrogen peroxide itself is preferred, preferably present in an amount of about 1 to about 20 g/l, a 
stabilizing additive comprising a mixture of 1-hydroxyethylidene-1,1 diphosphonic acid and citric^ctd, 
and the bath compatibl and soluble salts thereof present in an amount effective to reduceToss of the 

65 peroxide oxidizing agent and to stabilize the pH of the operating bath, and at least one additional metal 65 
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• n selected from the group consisting of iron, cobalt, nickel, molybdenum, manganese, aluminium 
lanthanum, lanthanide mixtures, and cerium as well as mixtures thereof present in an amount effective 
to activate the bath and formation of a chromium passivate film of the desired appearance on the 
substrate treated. As mentioned for the earlier aspects of the invention th solution may optionally 
5 contain halide ions for imparting additional hardness t the coating, and optionally, a wetting agent. It 5 
may also incorporate a bath soluble and compatible silicate compound present in an amount effective 
to impart increased corrosion resistance and hardness to the passivate film e.g. in an amount of about 
0 01 to about 5 g/l calculated as Si0 2 as discussed in connection with the sixth aspect below It may 
also incorporate a bath soluble compatible organic carboxylic acid present in an amount effective to 
1 0 further impart initial hardness and clarity to the passivate film as discussed in connection with the 10 
fourth aspect above. 

In this fifth aspect of the invention whilst it is applicable in the same way as the first aspect in the 
case of decorative zinc electroplatings, a further enhancement of the appearance of such substrates in 
addition to the corrosion resistance imparted is achieved by the passivate film which ranges from a 
1 5 c ear bright to a light blue bright appearance simulating that of a chromium deposit or alternatively a 1 5 
clear light-yellow appearance simulating that obtained by use of prior art hexavalent chromium ' 
solutions. 

A further essential constituent of the treating bath in accordance with the fifth aspect of the 
invention is the stabilizing agent comprising a mixture of 1 -hydroxy ethylidene-1 f 1 diphosphonic acid 
20 and citnc acid as well as the bath soluble and compatible salts thereof. The combination of the 20 
diphosphonic and citric acid constituents appears to provide a synergistic action in not only reducing 
the decomposition and rate of loss of the peroxide-type oxidizing agent but also in stabilizing the pH of 
the operating bath preventing a rapid rise as had heretofore been experienced in prior art-type trivalent 
chromium passivation treating solutions. Typically, the two stabilizing constituents are added in the 
25 acid form or as the alkali metal or ammonium salts thereof. A commercially available material suitable 25 
for use is sold under the brand name Dequest 2010 by Monsanto Chemical Company and comprises 1- 
hydroxy ethy lidene- 1 , 1 diphosphonate. 

The diphosphonic acid or diphosphonate constituent can be present in the operating bath in an 
amount of about 0.05 up to about 3 g/l with amounts of about 0.1 to about 0.5 g/l being preferred The 
30 citric acid or citrate constituent can be present in the operating bath from about 0.1 to about 1 0 g/l 
with amounts of about 0.5 to about 1 .5 g/l being preferred. 

(J An optional but preferred constituent of the treating bath comprises a silicate compound present 
fin an amount effective to provide an improved corrosion protection and hardness to the passivate film 
formed on the treated substrates. The silicates to be used and the amounts in which they should be » 
used are discussed in more detail below in connection with the sixth aspect of the present invention // 
In addition, the bath further contains at least one additional metal ion selected from the group / 
consisting of iron, cobalt, nickel, molybdenum, manganese, aluminium, lanthanum, lanthanide mixtures 
and cerium as well as mixtures thereof. The foregoing metal ions or mixtures of metal ions are 
a a co , nv u ement| Y Educed into the bath by way of bath soluble and compatible metal salts including the 
W sulphates, nitrates, or halide salts, as discussed for the second to fourth aspects and such materials as 40 
are discussed above for those aspects can be and desirably are used in this aspect of the invention. 

The foregoing metal ions or combinations thereof with the exception of cerium ions are employed 
for producing a clear to a light-blue passivate film. When a light-yellow iridescent passivate film is 
desired, cerium ions are employed, preferably in combination with one or more of the other metal ions 
45 to produce a passivate film simulating in appearance the light yellow passivate films heretofore 45 
obtained employing hexavalent chromium passivating solutions which have been recognised and 
embodied is ASTM specifications in view of their characteristic colour and associated excellent 
corrosion resistance. The cerium ions can be introduced in the manner discussed above in connection 
with the first third and fourth aspects. 
50 The concentration of the additional metal ions other than cerium ions for appropriate activation of 50 
the treating bath to produce a clear to blue-bright appearance should be controlled in the manner 
discussed in connection with the fourth aspect of the invention. 

When the operating bath is to contain an organic carboxylic acid or salt thereof as discussed in 
connection with the fourth aspect of the present invention, the teaching there given should be 
55 followed. However, the presence of a silicate compound in the operating bath as discussed below in 55 
connection with the sixth aspect of the present invention has been found to also contribute to improved 
clarity of the.passivate film, and accordingly, the use of the organic carboxylic acid addition agent is * 
usually unnecessary when a silicate compound is employed in the bath. 

The operating bath in accordance with this fifth aspect of the invention can conveniently be 
ou prepared by employing a concentrate containing the active constituents with the exception of the 60 
oxidizing agent and cerium ions, if used, which is adapted to be diluted with water to form a bath 
containing the constituents within the desired concentration range. Similarly, replenishment of th 
bath on a continuous or intermittent basis can be achieved employing a concentrate of the active 
constituents with the exception of the oxidizing agent and cerium ions, if used, which is added 
65 separately to the operating bath. Typically, a bath make-up concentrate can contain from about 1 0 
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about 80 g/l chromium ions, from about 5 to about 50 g/l of at least one additional metal ion of the 
group consisting of iron, cobalt, nickel molybdenum, manganese, aluminium, lanthanum, lanthanide 
mixture or mixtures thereof, halide ions up to about 50 g/l, from about 5 to about 30 g/l of a silicate 
compound, if used, calculated as Si0 2 ; and a suitable surfactant in an amount up to about 5 g/l if 
5 employed. Such a make-up concentrate is adapted to be diluted with about 98 volume percent water 5 
to produce an operating bath containing the active constituents within the ranges specified. The 
oxidizing agent such as hydrogen peroxide, for example, is separately introduced into the bath 
preferably in a form commercially available containing from about 35 to 40 percent by volume 
hydrogen peroxide. The cerium ions, when employed, are preferably introduced In the form of an 

1 0 aqueous acid solution of cerous chloride or eerie sulphate having cerium ion concentration of from 1 0 
about 200 to about 320 g/l and about 60 to about 1 00 g/l, respectively. Such cerium concentrates 
may be conveniently comprised of the commercially available materials hereinbefore described 
available from Molycorp, inc. 

The foregoing trivalent chromium concentrate containing the metal ions and acid components in 

1 5 combination with an inorganic silicate compound has a tendency to form precipitates during prolonged 1 5 
storage due to the high concentration and acidic conditions present Accordingly, such foregoing 
concentrates are normally diluted with water shortly after preparation to provide an operating bath 
containing the active constituents in the desired concentrations. Concentrates of substantially 
improved stability and prolonged shelf storage life can be provided by the use of organic silicates as 

20 discussed below in connection with the sixth aspect in combination with the trivalent chromium Ions, 20 
and optionally, halide ions and a wetting agent. Such stable concentratio ns conventionally contain 
from about 1 0 to about jBO^trivatent chro mium ions, about 5 up to about 50 g/l of an organic 
quaternary! mmonium silfcafecalculafeff as SiO^TRalide ions up to about 50 g/l and a surfactant in an 
amount up to about 5 g/l. Such stable concentrate is adapted to be used in conjunction with a second 

25 concentrate containing the acid components, the additional metal ions in an amount of about 5 to 25 
about 50 g/l, up to 80 g/l of the organic carboxylic acid and/or salt additive agent if used. Such second 
concentrate can also optionally contain a portion or all of the halides and wetting agents if not 
employed in the first trivalent chromium concentrate. 

In the preparation of such a trivalent chromium/silicate concentrate, the organic silicate is first 

30 diluted with water to the desired concentration range whereafter the trivalent chromium constituent is 30 
added along with the optional halide and wetting agent, if employed. A particularly suitable 
commercially available organic silicate compound comprises Quram 220 available from Emery 
Industries which comprises a quaternary amine silicate. 

The diphosphonic acid and citric acid and/or diphosphonate and citrate stabilizing additive can be 

35 incorporated in any of the foregoing concentrates including the peroxide concentrate in an amount to 35 
attain the desired concentration in the operating bath. Alternatively, the stabilizing additive can be 
prepared as a separate aqueous concentrate containing from about 30 to about 1 70 g/l of the 
diphosphonic/diphosphonate compound in admixture with about 1 60 to about 500 g/l of the citric 
acid/citrate compound and added separately to the operating bath to provide the desired working 

40 concentration in accordance with the limits hereinbefore specified, and typically, 4 — 5 g/l of the 40 
stabilizer concentrate. In accordance with a preferred practice, the stabilizing additive is incorporated 
directly in the chromium containing concentrate, the cerium ion concentrate in the case of a yellow 
passivate process, or in the second concentrate employed in conjunction with the organic silicate 
concentrate in amounts of about 3 to about 1 7 g/l diphosphonic acid/diphosphonate compound and 

45 about 1 6 to about 50 g/l citric acid/citrate compound. 45 
As discussed above for the first to fourth aspects the treating bath can be applied to the substrate 
in a variety of ways and the process conditions described for these aspects can and desirably should be 
used for this fifth aspect of the present invention. 

At the conclusion of the passivation treatment, the substrate is extracted from the treating 

50 solution and is dried such as by warm circulating air. Ordinarily, such passivated substrates, particularly 50 
work pieces processed while supported on a work rack are characterised as having a uniform passivate 
film over the surfaces thereof requiring no further processing. In the case of small work pieces which 
are treated in bulk such as in a rotating processing barrel, some damage such as scratches can occur in 
the passivate film during treatment and it is desirable in such instances to subject such work pieces to 

55 a post silicate rinse treatment (as discussed below as the seventh aspect of the present invention) to 55 
s al any such surfac imperfections thereby substantially improving the corrosion protection of barrel- 
processed parts. 

When such an optional post passivation silicate rinse treatment is employed, the substrate 
following the passivation treatment is preferably subjected to at least one or a plurality of water rinse 
60 steps usually at room temperature to remove residual passivate solution from the surfaces thereof 60 
whereafter the substrates are contacted with the post silicate rinse solution in accordance with the 
teaching given below in connection with the seventh aspect of the present invention. 

According to the sixth aspect of the present invention there is provided a treating solution which 
aims to reduce the severity of a problem of damage to the passivate of passivated workpiec s during 
65 subsequent processing. Thus while improvements hav been made in trivalent chromium passivate 65 
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compositions and processes to produce commercially acceptable passivate films such films as 
initially formed have been found in some instances to lack sufficient initial hardness to enable handlina 
of the substrate through further work stages without encountering damage to the passivate film 
Additionally, such trivalent chromium passivate compositions and processes have also been found in 
5 some instances to lack optimum corrosion resistance, hardness and durability and produce films which 
are somewhat cloudy and lack optimum clarity from an appearance standpoint 

Thus this sixth aspect of the present invention aims to provide a treating solution and process 
which is effective to .mpart improved corrosion resistance to zinc, zinc alloy, cadmium and cadmium 
alloy, as well as aluminium and magnesium surfaces and to impart a desirable surface finish which can 
1 0 range from a clear bnght to a light blue-bright to a yellow iridescent appearance, which produces a 
passivate film of improved corrosion resistance, hardness, durability, clarity and initial hardness, which 
process is simple to control and operate and which is of efficient and economical operation 

The benefits and advantages of the sixth aspect of the present invention are achieved in 
accordance with the composition aspects thereof by providing an aqueous acidic treating solution 
1 5 containing as its essential constituents, chromium ions substantially all of which are present in the 1 5 

trivalent state preferably at a concentration of from about 0.05 grams per litre (g/l) up to saturation 
(and which can be introduced as discussed for the second to fifth aspects), hydrogen ions preferably to 
provide a solution pH of about 1 .2 to about 2.5 which can be conveniently introduced by mineral acids 
on su ' phun f acid / nitric acid < or hydrochloric acid, an oxidizing agent of which hydrogen peroxide 

20 itself is preferred, preferably present in an amount of about 1 to about 20 g/l, a bath soluble and 20 
compatible silicate compound present in an amount effective to impart increased corrosion resistance 
and hardness to the passivate film (preferably present in an amount of about 0.01 to about 5 g/l 
calculated as Si0 2 ), and at least one additional metal ion selected from the group consisting of iron 
cobalt, nickel, molybdenum, manganese, aluminium, lanthanum, lanthanide mixtures and cerium as 
25 well as mixtures thereof present in an amount effective to activate the bath and formation of a ■ 25 

chromium passivate film of the desired appearance on the substrate treated. As mentioned for the 
earlier aspects of the invention, the solution may optionally contain halide ions for imparting 
additional hardness to the coating, and optionally a wetting agent. It may also incorporate a bath 
soluble compatible organic carboxylic acid present in an amount effective to further impart initial 
30 hardness and clarity to the passivate film. 



30 



In this sixth aspect of the invention whilst it is applicable in the same way as the first aspect in the 
case of decorative zinc electroplatings, a further enhancement of the appearance of such substrates in 
addition to the corrosion resistance imparted is achieved by the passivate film which ranges from a 
c ear bnght to a light blue bright appearance simulating that of a chromium deposit or alternatively a 
35 clear light-yellow appearance simulating that obtained by use of prior art hexavalent chromium 35 
solutions. ■ » 

A further essential constituent of the treating bath in accordance with the sixth aspect of the 
invention is the silicate compound present in an amount effective to provide an improved corrosion 
protection and hardness to the passivate film formed on the treated substrate. The silicate compound 

40 may comprise a bath soluble and compatible inorganic or organic silicate compound as well as m 
mixtures thereof which are preferably present in an amount of about 0.01 up to about 5 g/l calculated 
as SiOj with concentrations of about 0.1 to about 0.5 g/l being preferred. When Inorganic silicates are 
employed, concentrations above about 2 g/l in the operating bath are undesirable because of the 
tendency of the silicate to form fine flocculent precipitates with the metal ions present in the bath 

45 under the acidic conditions present which contributes towa rds bath instability. Organic silicates, on the 4«? 
other hand, provide for improved bath stability and are preferred for the formation of make-up and 
replenishment concentrates because of the improved stability and prolonged shelf life 

Inorganic silicates suitable for use in the practice of the present invention include alkali metal and 

<?n Tn ° n e. m s ;" ca , tes ° f wnich sodfum sillcat e (Na 2 0 • xSiO, (x=2-4) and potassium silicate 
ilr' y f .? {y=3 — 5 ' are Preferred for economic reasons. Organic silicates which can also be 
satisfactorily employed include quaternary ammonium silicates which include tetramethyl-ammonium 
si icate, phenyltrimethylammonium silicate, disilicate and trisilicate. and benzyitrimethylammonium 
silicate and disilicate. Such silicates meeting the purposes of this invention may be expressed by the 
following general formula: ' 

55 ROR'acSiO^HiO 

Where R represents a quaternary ammonium radical substituted with four organic groups selected 
from the groups alkyl, alkylene, alkanol, aryl. arkylaryl or mixtures thereof, R' represents either R or a 
hydrogen atom, x equals 1 to 3 and y equals 0 to 1 5. 

Such water soluble organic silicates including their synthesis and characterization are more fully 

s!E£S ^l-^ e M- tU L SU ,° h 38 I h ! n?* Cl . e b , y M rH " and Spencer ' " Some Quaternary Ammonium 60 
Silicates , published in the Journal of Physical and Colloid Chemistry. 55, 1 87 (1 951 ). the substance 
of wh.ch is incorporated herein by reference. Similar silicates including typical synthesis thereof are 
disclosed in United States Patent 3.993,548 to which reference is also made for further details 
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In addition, the bath further contains at least one additional metal ion selected from the group 
consisting of iron, cobalt, nickel, molybdenum, manganese, aluminium, lanthanum, lanthanlde mixtures 
and cerium as well as mixtures thereof. The foregoing metal ions or mixtures of metal ions are 
conveniently introduced into the bath by way of bath soluble and compatible metal salts including the 
5 sulphates, nitrates, halide salts, as discussed for the second to fifth aspects and such materials as are 5 
discussed above for those aspects can be and desirably are used in this aspect of the invention. 

The foregoing metal ions or combinations thereof with the exception of cerium ions are employed 
for producing a clear to a light-blue passivate film. When a light-yellow iridescent passivate film is 
desired, cerium ions are employed, preferably in combination with one or more of the other metal ions 

1 0 to produce a passivate film simulating in appearance the light yellow passivate films heretofore 1 0 

obtained employing hexavalent chromium passivating solutions which have been recognized and 
embodied in ASTM specifications in view of their characteristic colour and associated excellent 
corrosion resistance. The cerium ions can be introduced in the manner described above in connection 
with the first, third, fourth and fifth aspects. 

1 5 The concentration of the additional metal ions other than cerium ions for appropriate activation of 1 5 
the treating bath to produce a clear to blue-bright appearance should be controlled in the manner 
discussed in connection with the fourth and fifth aspects of the present invention. 

When the operating bath is to contain an organic carboxylic acid or salt thereof as discussed in 
the fourth and fifth aspects of the present invention the teaching there given should be followed. 

20 The presence of the silicate compound in the operating bath in accordance with this sixth aspect 20 
of the invention has unexpectedly been found to also contribute to improved clarity of the passivate 
film, and accordingly, the use of the organic carboxylic acid addition agent is not essential when a 
silicate is present in the bath in accordance with this aspect of the invention though it may be 
desirable. 

•25 The operating bath in accordance with this sixth aspect of the invention can conveniently be 25 
prepared by employing a concentrate containing the active constituents with the exception of the 
oxidizing agent and cerium ions, if used, which is adapted to be diluted with water to form a bath 
containing the constituents within the desired concentration range. Similarly, replenishment of the 
bath on a continuous or intermittent basis can be achieved employing a concentrate of the active 

30 constituents with the exception of the oxidizing agent and cerium ions, if used, which is added 30 
separately to the operating bath. Typically, a bath make-up concentrate can contain from about 1 0 to 
about 80 g/l chromium ions, from about 5 to about 30 g/l of the silicate compound calculated as Si0 2 , 
from about 5 to about 50 g/l of at least one additional metal ion of the group consisting of iron, cobalt, 
nickel, molybdenum, manganese, aluminium, lanthanum, lanthanide mixture or mixtures thereof, halide 

35 ions up to about 50 g/l and a suitable surfactant in an amount up to about 5 g/l if employed. Such a 35 
make-up concentrate is adapted to be diluted with about 98 volume percent water to produce an 
operating bath containing the active constituents within the ranges specified. The oxidizing agent such 
as hydrogen peroxide, for example, is separately introduced into the bath preferably in a form 
commercially available containing from about 35 to 40 percent by volume hydrogen peroxide. 

40 The cerium ions, when employed, are preferably introduced in the form of an aqueous acid 40 
solution of cerous chloride or eerie sulphate having cerium ion concentration of from about 200 to 
about 320 g/l and about 60 to about 100 g/l, respectively. Such cerium concentrates may be 
conveniently comprised of the commercially available materials hereinbefore described available from 
Molycorp, Inc. 

45 The foregoing trivalent chromium concentrate containing the silicate compound, metal ions 45 
and acid components has a tendency to form precipitates during prolonged storage due to 
the high concentrations and acidic conditions present. Accordingly, such foregoing concentrates are 
normally diluted with water shortly after preparation to provide an operating bath containing the active 
constituents in the desired concentrations. It has been further discovered in accordance with this sixth 

50 aspect of the present invention that concentrates of substantially improved stability and prolonged 50 
shelf storage life can be provided by the use of organic silicates of the types heretofore set forth in 
combination with the trivalent chromium ions and, optionally, halide ions and a wetting agent. Such 
stable concentrates conveniently contain from about 1 0 to about 80 g/l trivalent chromium ions, about 
5 up to about 50 g/l of an organic quaternary ammonium silicate calculated as Si0 2 , halide ions up to 

55 about 50 g/l and a surfactant in an amount up to about 5 g/l. Such stable concentrate is adapted to be 55 
used in conjunction with a second c ncentrate containing the acid components, the additional metal 
ions in an amount of about 5 to about 1 00 g/l, up to 80 g/l of the organic carboxylic acid and/or salt 
additive agent if used. Such second concentrate can also optionally contain a portion or all of the 
halid s and w tting agents if not employed in the first trivalent chromium concentrate. 

60 In the preparation of such a trivalent chromium/silicate concentrate, the organic silicat is first 60 

diluted with water to the desired concentration range whereafter the trivalent chromium constituent is 
added along with the optional halide and wetting agent if employed. A particularly suitable 
commercially available organic silicate compound comprises Quram 220 available from Emery 
Industries which comprises a quaternary amine silicat . 

65 This sixth aspect of the present invention further encompasses a novel concentrate composition 65 
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suitable for make-up of the operating bath by dilution with water containing as its essential 
constituents trivalent chromium ions and an organic quaternary ammonium silicate which provides 
compatibility and storage stability over prolonged time periods. 

As discussed above for the first to fifth aspects the treating bath can be applied to the substrate 
5 in a variety of ways and the process conditions described for these aspects can and desirably should be 5 
used for this sixth aspect of the present invention. 

At the conclusion of the passivation treatment, the substrate is extracted from the treating 
solution and is dried such as by warm circulating air. Ordinarily, such passivated substrates, particularly 
work pieces processed while supported on a work rack are characterized as having a uniform passivate 

1 0 film over the surfaces thereof requiring no further processing. In the case of small work pieces which 1 0 
are treated in bulk such as in a rotating processing barrel, some damage such as scratches can occur in 
the passivate film during treatment a s nd is desirable in such instances to subject such work pieces to 
post silicate rinse treatment (as discussed below as the seventh aspect of the present invention) to seal 
any such surface imperfections thereby substantially improving the corrosion protection of the barrel- 

15 processed parts. 

When such an optional post passivation silicate rinse treatment is employed, the substrate 
following the passivation treatment is preferably subjected to at least one or a plurality of water rinse 
steps usually at room temperature to remove residual passivate solution from the surfaces thereof 
whereafter the substrates are contacted with the post silicate rinse solution in accordance with the 

20 teaching given below in connection with the seventh aspect of the present invention. 20 
According to the seventh aspect of the present invention there is proved a treating process which 
addresses the same problem as the sixth aspect of the present invention namely that of damage to the 
passivate of the passivated work pieces during subsequent processing. Thus while improvements have 
been made in trivalent chromium passivate compositions and processes to produce commercially 

25 acceptable passivate films, such films as initially formed have been found in some instances to lack 25 
sufficient initial hardness to enable handling of the substrate through further work stages without 
encountering damage to the passivate film. Additionally, such trivalent chromium passivate 
compositions and processes have also been found in some instances to lack optimum corrosion 
resistance, hareinessand durability, and produce films which are somewhat cloudy and lack optimum 

30 clarity from arfappeacance-st^ndpoint. ' 30 

Thus th ^seventhr aspectpf the present invention aims to provide a process which is effective to 
impart improved corrosion resistance to zinc, zinc alloy, cadmium and cadmium alloy, as well as 
aluminium and magnesium surfaces and to impart a desirable surface finish which can range from a 
clear bright to a light blue-bright to a yellow iridescent appearance, which produces a passivate film of 

35 improved corrosion resistance, hardness, durability, clarity and initial hardness, which process is simple 35 
to control and operate and which is of efficient and economical operation. 

The benefits and advantages of the seventh aspect of the present invention are achieved by a 
process which provides an aqueous acidic treating solution containing as its essential constituents, 
chromium ions substantially all of which are present in the trivalent state preferably at a concentration 

40 of from about 0.05 grams per litre (g/l) up to saturation, (and which can be introduced as discussed for 40 
the second to sixth aspects) hydrogen ions preferably to provide a solution pH of about 1 .2 to about 2.5 
which can be conveniently introduced by mineral acids such as sulphuric acid, nitric acid, or 
hydrochloric acid, an oxidizing agent of which hydrogen peroxide itself is preferred, preferably present 
in an amount of about 1 to about 20 g/l, at least one additional metal ion selected from the group 

45 consisting of iron, cobalt, nickel, molybdenum, manganese, aluminium, lanthanum, lanthanide mixtures 45 
and cerium as well as mixtures thereof, contacting the substrate with the said aqueous acidic solution 
for a period of time sufficient to form a passivate film thereon, and contacting for a period of at least 
about one second the passivated substrate with a dilute aqueous rinse solution containing a bath 
soluble and compatible silicate compound present in an amount effective to impart improved corrosion 

50 resistance and hardness to the passivate film, and thereafter drying the passivated silicate rinsed 50 
substrate. 

The aqueous acidic solution may be as described in connection with any of the first to sixth 
foregoing aspects, and it may be used in the same way. 

Following the passivation treatment, the substrate is preferably subjected to one or a plurality of 
55 water rinse steps which may be at room temperature or at elevated temperatures whereafter the 55 
passivated substrate is contacted with a dilute aqueous silicate solution in the form of a final rinse step. 
The contact time of the passivated substrate with the silicate solution may range for a period of at least 
about one s cond up to about one minute or longer and the silicate solution may range in temperature 
from about 50° up to about 1 50°F (1 0° to 66°C). Following the silicate rinse step, the substrate is 
60 dried such as by circulating hot air, for example. 60 
The aqueous silicate rinse solution preferably contains as its essentia! constituent, a bath soluble 
and compatible inorganic or organic silicate compound as well as mixtures thereof present in an 
amount of about 1 to about 40 g/l, and preferably from about 5 to about 1 5 g/l (calculated as Si0 2 ). In 
organic silicates suitable for use in the practice of the present process include alkali metal and 
65 ammonium silicates of which sodium silicate (Na 2 0 • xSi0 2 (where x equals 2 1 4)) and potassium 65 
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silicate (K 2 0 • ySi0 2 (where y equals 3 to 5)) are preferred for economic reasons. Organic silicates 
which can also be satisfactorily employed include quaternary ammonium silicates which include 
tetramethylammonium silicate, phenyltrimethylammonium silicate, disilicate and trisilicate, and 
benzyltrimethylammonium silicate and disilicate. Such silicates suitable for use in the present invention 
5 have the following general formula: 5 

ROR':xSi0 2 :yH 2 0 

Where R represents a quaternary ammonium radical substituted with four organic groups selected 
from the groups alkyf, alkylene, alkanol, aryl, alkylaryl or mixtures thereof, and R' represents either R or 
a hydrogen atom, and x equals 1 to 3 and y equals 0 to 1 5. 
1 0 Such water soluble organic silicates and their synthesis and characterization are more fully 10 
described in the literature such as the article by Merrill and Spencer, "Some Quaternary Ammonium 
Silicates", published in the Journal of Physical and Colloid Chemistry, 55, 1 87 (1 951 ), the substance 
of which is incorporated herein by reference. Similar silicates and a typical synthesis thereof are 
disclosed in United States Patent 3,993,548 to which reference is also made for further details. 
1 5 Because of the relatively higher cost of such organic silicates, the silicate rinse solution preferably 1 5 
comprises inorganic silicates of which the potassium and sodium silicates as hereinabove described 
are particularly preferred. 

In addition to the silicate compound the silicate rinse solution can optionally contain a bath 
soluble and compatible wetting agent for enhancing contact with the passivated surface present in 
20 conventional amounts of about 0.05 up to about 5.0 g/l. The silicate rinse may also optionally include 20 
an emulsifiable organic substance such as an emulsifiable oil e.g. present in an amount of from about 1 
up to about 50 g/l to provide an oily film on the non-electroplated interior surfaces of ferrous substrates 
to provide temporary protection against rusting during further processing steps of the parts. When such 
parts have surfaces which are completely passivated such as, for example, zinc die castings, the use of 
25 the optional emulsifiable oil is not necessary. 25 
Similarly, there are applications where an oil is not desired but temporary rust protection of 
interior unplated surfaces is still required. In these cases a final rinse containing an alkali metal or 
ammonium nitrite such as sodium nitrite e.g. in an amount of about 0.1 to about 1 .0 g/l may be used. 
In addition a wetting agent or combination of wetting agents is preferably used in conjunction with the 
30 sodium nitrite e.g. in the amounts of about 0.05 to about 5.0 g/l. The presence of silicates in the final 30 
rinse is also compatible with this treatment. 

The invention may be put into practice in various ways and a number of specific embodiments will 
be described to illustrate the invention with reference to the accompanying examples. 

Examples 1.1 and 1 .2 relate to the first aspect of the invention which provides a chromium-like 
35 passivate through using a bath free of chromium ions. 35 
Examples 2.1 to 2.8 re late to the second aspect of the invention which utilizes iron and cobalt as 
the metallic activator andalso incorporates trivalent chromium to produce bright bluish passivates. 

Exampes j.l to 3.5 relate to the third aspect oTtfie invention which utilizes^rTum aslhe metallic 
activator and again incorporates trivalent chromium but this time gives a yellow passivate similar to 
40. w hexayalent chromium passivates. 40 
Examples 4.1 to 4.3 relate to the fourth aspect of the invention which utilizes a carboxylic acid in 
baths of the same general types as shown in the Examples of the second and third aspects. The 
carb oxylic acid enhances the initial hardening of the passivate. 

Examples 5.1 to 5.8 relate to the fifth aspect of the invention which utilizes a bath soluble silicate 
45 in the passivate bath as well as trivalent chromium in baths of the same general types as shown in the 45 
examples of the second and fourth aspects. The silicate enhances initial hardening of the passivate and 
corrosion resistance. 

^ Examples 6.1 to 6.5 relate to the sixth aspect of the invention which utilizes a mixture ofc itric 

IT .._addaj^„^^rticula.r. pjhosphonic acid to jnhibit loss of oxidizing agent and increase of pH duTlngusebf 
*W the baths of the types described in the second and fifth aspects. 50 
Examples 7.1 to 7.3 relate to the seventh aspect of the invention which is a post passivation 
silicate rinse process which produces hardening of the passivate. 



Exampl 1.1 

A chromium-free passivating concentrate was prepared containing 12 g/l ammonium bifluoride, 
55 1 2 g/l ferrous ammonium sulphate, 80 g/l cobalt sulphate, and 4.5% by volume of concentrated 55 
sulphuric acid. An operating bath was prepared comprising water to which 2% by volume of the 
foregoing passivating concentrate was add d in addition to 1 .5 volume p rcenthydrog nperoxid 
(38% concentration). The operating path had a nominal pH of about 1 .5 to about 2.0. 

Test panels carrying a bright electroplated zinc deposit which had been water rinsed after the 
60 electroplating step and which were rinsed in a 5% by volume dilute nitric acid solution were immersed 60 
in the operating passivating bath for a period of 20 seconds in the pr sence of mild agitation. 
Thereafter the test pan Is were water rinsed and air dried. The test panels after drying were visually 
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ExampI 1.2 
cerium^s^^ 

passivating concentrate described frf^carSe ^ l l^ZT 9 by V ? ,Ume ° f * 9 Premium-free 5 
comprising a 6% cerium sulphate ^ICe^oT) LiutS^ h° . °f t Ce . rfUm . SU,phate concen ^te 
volume of a hydrogen peroxide I wnMntStf fS2f -S. ? ^' phuriC acid solution and 1 *%> *>V 

to about 2.0. concentrate (38%); The normal pH of the operating bath was about 1 .5 

so<utio™?nte^ ^ dip were immersed in the test 10 

water rinsed and air dried. A^SS^L^S^.V "fH* 8 " 71,8 treated test P ane,s wera 
uniform light-yeilow u£SiSSlSlS!!^ * *• Pan8 ' rSVealed 3 sub ^ntial.y 

Example 2.1 

An operating bath was prepared containing: 

Concentration 15 
Ingredient g // 

Cr 2 (S0 4 ) 3 2 2 
NH 4 HF 2 

H a S0 4 , I 

H 2 0 2 5.3 20 

FeNH 4 S0 4 * 0 25 

CoS0 4 .7H 2 0 l 6 

•Ferrous Ammonium Sulphate=Fe(S0 4 ) • {NH 4 ) 2 S0 4 . 6H 2 0 

^tin^ 25 
above operating bath for a period of 20 seconds At thJ S • d imn ? ersed .with agitation in the 
panels were warm water rinsed. ^M^^££^SZ^ ""T^ the passJvated 
revealed an exceptionally bright clear-blufeh , otoSl k C ° atm9 ° n the panels after dr Ving 

30 exhibited the mmt^dtTti^fMlS^^ n ° haz,ness - Additionally; the coating 

resistance on light fingeV-rubbing electroplating and also exhibited excellent smear 30 

Example 2.2 



20 



An operating bath was prepared containing: 

35 , Concentration, 

Ingredient 0 /i 

y 35 

Cr 2<S0 4 ) 3 5 6 

NH 4 HF 2 0 , 4 

H 2 S0 4 2.7 

40 H2 ° 2 5.3 

FeNH 4 S0 4 0.58 

CoS0 4 -7H a O 3.75 40 

concentrations. Zinc plated test panels treaBd w£n Sf iSTi? »«ituems are all at higher 
45 substantia,,,, e w iv„en, to those LSrCpSSSTf - """" 5 

Example 2.3 45 
An operating bath was prepared containing: 



, Concentration 
ingredient a n 



50 



g/i 

Cr 2 (S0 4 ), go 

NH 4 HF 2 o.24 50 



Sn° 4 154 

5.3 

55 F NH 4S0 4 o.25 

NiNH 4 SfV 2.1 

•Nickel Ammonium Sulphate— NiS0 4 • (NH 4 ) 2 S0 4 . 6H 2 0 



55 
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Zinc plated test panel treated with this operating bath under the same conditi ns as described in 
Example 2.1 were observed, after drying, to have a coating which was very bright with a clear bluish 
colouration and no haziness. The coating also exhibited good smear resistance on light finger rubbing. 



Example 2.4 . 
5 An operating bath was prepared identical to that as set forth in Example 2.3 with the exception 5 

that 1 .6 g/l of nickel sulphate was employed in place of 2.1 g/l of nickel ammonium sulphate. The zinc 
plated test panels treated in the manner as previously described in Example 2.1 employing the treating 
solution of Example 2.4 produced results substantially comparable to those obtained with the treating 
bath of Example 2.3 except that the coating had a slightly less bluish colouration. 

10 Examples 2.5A to 2.5E 10 
A series of passivating solutions were prepared for treating zinc plated steel test panels to 
evaluate their relative corrosion resistance to a 5 percent neutral salt spray after passivation. The 
composition of the solutions 5A, 5B, 5C and 5D are given in Table 1 below: 

Table 1 

1 5 Concentration, g/l 1 5 

ingredient 2.5A 2.5B 2.5C 2.5D 



20 H 2 S0 4 



Cr 2 (S0 4 ) 3 3.0 3.0 3.0 3.0 

NH4HF2 0.24 0.24 0.24 0.24 



2 1.54 1.54 1.54 1.54 20 

H 2 67 "5.3 5.3 5.3 5.3 

FeNH 4 S0 4 - 0.25 0.25 0.25 

C0SO3 - - 1-6 ~ 

NiNH 4 S0 4 _ _ — 2.1 

25 Solution 2.5A contains only trivalent chromium ions; solution 2.5B additionally contains ferrous 25 

ions; solution 2.5C contains a combination of iron and cobalt ions while solution 2.5D contains a 
combination of iron and nickel ions. , 

In addition to the foregoing operating solutions, a traditional hexavalent chromium passivating 
solution (Example 2.5E) was prepared to serve as a control containing 0.63 g/l sodium dichromate, 

30 0.63 g/l ammonium bifluoride, 0.01 g/l sulphuric acid, 0.65 g/l nitric acid. This solution is designated as 30 
solution 2.5E. t t ' , . . . 

Duplicate sets of 3 inch by 4 inch (7.6 cms by 1 0.2 cms) steel panels were cleaned and zinc 
plated using a non-cyanide zinc plating electrolyte for fifteen minutes at a plating current density of 20 
amperes per square foot (ASF) (2.2 Amperes per Square decimetre (ASD)) whereafter they were 

35 thoro'ughly rinsed. Each set of zinc plated test panels was then immersed in the respective treating 35 
solution for a period of twenty seconds whereafter they were warm water rinsed, air-dried ^and 
thereafter allowed to age twenty-four hours prior to salt spray testing in accordance with ASTM 
standards. The test panels were subjected to the five percent neutral salt spray for a total of forty-three 
hours. For further comparative purposes, a duplicate set of zinc test panels without any passivation 

40 treatment was also subjected to the neutral salt spray test. The results are set forth in Table 1 . 40 

Table 1 



45 



50 





Neutral salt spray test results 






Test 


Percent White 


Percent 


Exampfe 


Panel 


Corrosion, % 


Red Rust, % 


2.5F 


Untreated 


50 


50% 


2.5A 


5A 


45—55 


0 


2.5B 


5B 


10—15 


0 


2.5C 


5C 


less than 2 


0 


2.5D 


5D 


less than 1 0 


0 


2.5E 


5E 


45—55 


0 



45 



SO 



Based on the foregoing test results it is apparent that the untreated zinc plated test panel is a 
gross failure; the test panel treated with solution 2.5A is a failure; the test panels treated with solution 
2.5B are a marginal pass; the test panels treated with solutions 2.5C and 2.5D pass the test; and the 
test panel treated with solution 2.5E is a failure. 
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Exampl 2.6 

An operating bath was prepared containing: 



10 MnS0«-H,O 



Concentration, 

Ingredient g/l 

CrjfSOJj 3.0 

NH 4 HF 2 0.24 

H*S0 4 1.54 

FeNH 4 S0 4 o.24 

HA 5.3 



1.0 



10 



Electroplated zinc test panels prepared in accordance with the procedure as set forth in Example 

andXwTo^ 24^ b8th ? fT" 2,6 f ° r 3 P8ri0d ° f 30 SBCOnds ' warm water rtnsed.Tir dSed 
and allowed to age 24 hours pnor to 5 percent neutral salt spray testing. For comparative purposes 

:u .u fter 48 . nou ^alt spray, an inspection of the several test panels revealed that the panels treated 
^Si'SSi 5E " " t0 that ° f the " an ^ ^ w"h 



Example 2.7 

20 An operating bath was prepared containing: 



Concentration, 
ingredient g /f 



25 



Cr 2 (S0 4 ) 3 3.0 

NH 4 HF 2 0.24 

H 2 S0 4 1.54 

FeNH 4 S0 4 0.24 

H 2 0 2 5.3 

H 2 Mo0 4 -H 2 0 1.0 



45 



Cr 2 (S0 4 ) 3 3.0 

NH 4 HF 2 o.24 

h jS0 4 L54 

FeNH 4 S0 4 o.24 



20 



25 



30 



30 of eJ^S?**™ ^f^St P P ^ accordance with Bwipto 2.5 were immersed in the bath 
hn,^ ™w t\ P ?° d ° f 30 f COnds ' Warm water rinsed ' air dried and flowed to age for 24 
hours pnor to 5 percent neutral salt spray testing. For comparative purposes, zinc test panels were 

evaluation "****" ^ 2 * E ° f Examp ' 8 25 and su ^* d *> ~t£*Xw 
35 thP J^ni c° UrS °! S |'ll Pr ! y teSt '- an ins P ecti0 " of *e panels revealed that the panels treated with 

Sons 2 5A fnd^E ^ C ° n ° Si0IX * *" ° f the t6St pan ° ,s treated with 35 

Example 2.8 

An operating bath was prepared containing: 

An Concentration, 
v ingredient g/i 



40 



HjO, 53 . _ 

(NH^NIMoO^.WjO - 1.0 

? « .» Electroplated zinc test panels prepared in accordance with the procedure described in Example 
andX'ToTe forS J"* ° f f" 1 "* 2 - 8 for a P <* 3° warm water rinSXted 

«;n S ST ? 9 ? UrS pnor to a 5 percent neutral salt s P ra y tes *- For comparative purposes 

50 samS^ 50 

soluti™ of StZ^/fl'S^' an . inspection of th f PW«to revealed that the panels treated with the 
soluSoL 2.5ATnd 2 *5E supenor corros ' on r ^istance in comparison to the panels treated with 
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A relative comparison of the test panels prepared in accordance with Examples 2.6, 2.7 and 2.8 
revealed that the solution of Example 2.6 containing iron ions and Molybdic acid and the solution of 
Example 2.8 containing iron ions in combination with ammonium 6-molybdonickelate possessed 
superior corrosion resistance to the test panels treated with the operating solution of Example 2.6 
5 containing iron ions in combination with manganese ions. The test panels treated in accordance with 5 
Examples 2.7 and 2.8 also possessed superior corrosion resistance to test panels treated with the test 
solution 2.5B of Example 2.5 containing only iron ions whereas the test panels treated with the 
solution of Example 2.6 containing both iron and manganese ions possessed corrosion resistance 
somewhat comparable to that of panels treated with solution 2.5B. 

10 Example 3.1 

A concentrate 3.1 A was prepared comprising an aqueous acidic solution containing 25 g/l 
trivalent chromium ions introduced as chromium sulphate (Korean MFfrom Allied Chemical 
Company), 12 g/l ammonium chloride, 12 g/l ferrous ammonium sulphate and 4% by volume of 
concentrated sulphuric acid. 
1 5 A second aqueous acidic concentrate 3.1 B was prepared containing 60 g/l tetravalent cerium 
ions introduced as Ce(S0 4 ) 2 • 4H 2 0 and 5% by volume concentrated sulphuric acid. 

An operating bath was prepared comprising water containing 2% by volume concentrate 3.1 A, 
2% by volume concentrate 3.1 B and 1 .5% by volume of a 38% solution of hydrogen peroxide. 
Electroplated zinc test panels immersed in this operating bath for 40 to 60 seconds had light-yellow 
20 iridescent passivate films on the surfaces thereof. 

Example 3.2 

A concentrate 3.2A was prepared similar to concentrate 1 A of Example 1 containing 25 g/l 
trivalent chromium ions, 20 g/l sodium chloride, 40 g/l ferric sulphate and 4% by volume concentrated 
sulphuric acid. 

25 An operating bath was prepared comprising water containing 2% by volume concentrate 3.2A, 25 

2% by volume concentrate 3.1 B of Example 3.1 and from 1 .5 — 3% by volume of a 38% solution of 
hydrogen peroxide. Electroplated zinc test panels immersed in the operating bath produced results 
similar to Example 3.1. 

Example 3.3 

30 A concentrate 3.3A was prepared similar to concentrate 3.1 A of Example 3.1 except that 6% by 
volume nitric acid was employed in place of 4% sulphuric acid. 

An operating bath was prepared comprising water containing 2% by volume concentrate 3/3A, 
2% by volume concentrate 3.1 B of Example 3.1 and 1 .5 — 3% by volume of a 38% solution of hydrogen 
peroxide. Electroplated zinc test panels immersed in the operating bath produced results similar to 

35 Example 3.1. 

Example 3.4 

A concentrate 3.4A was prepared similar to concentrate 3.2A of Example 3.2 except that 6% by 
volume nitric acid was employed in place of 4% by volume sulphuric acid. 

An operating bath was prepared comprising water containing 2% by volume concentrate 3.4A, 
40 2% by volume concentrate 3.1 B of Example 3.1 and 1 .5 — 3% by volume of a 38% solution of hydroge/i 40 
peroxide. Electroplated zinc test panels immersed in the operating bath produced results similar to 
Example 3.1. 

Examples 3.5A to 3.5G 

A series of seven aqueous test solutions were prepared each containing 1 g/l trivalent chromium 

45 ions, 1 g/l nitric acid, 1 g/l sulphuric acid, 7 g/l hydrogen peroxide and having a nominal pH of about 45 
1 .5. To each test solution controlled additions of metal Ions were made to evaluate the effect of such 
additions on the colour, hardness and salt spray resistance of the passivate films produced on 
electroplated zinc test panels immersed in each test operating bath in the presence of mild agitation for 
a period of about 30 seconds and at a temperature of about 70°F (21 °C). 

50 The cerium ions were introduced as a CeCI 3 solution containing about 300 g/l cerium ions; the 50 
manganese ions were introduced as MnS0 4 • H a O; the ferric ions were introduced as Fe 2 (S0 4 ) 3 
dissolved in a dilute sulphuric acid solution, the molybdenum ions were introduced as sodium 
molybdate dry salt; the lanthanum Ions were Introduced as an LaCI 3 solution containing about 85 g/l 
lanthanum ions; and the cobalt ions were introduced as cobalt sulphate. The test solutions are 

55 designated as Examples 3.5A to 3.5G and the concentration of metal ion additions are summarised in 55 
Table 2. 
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20 



18 



GB 2 097 024 A 18 



Tabl 2 

Metal ion cone Titration g/l 

Example 3.5A 3.5B 3.5C 3.5D 3.5E 3.5F 3.5G 

Metalion 

5 Cr +3 1111111 5 

Ce +3 2 2 2 2 2 2 2 

Mn +2 — 0.9 — — — — — 

Fe +3 — — 0.22 — — 0.08 0.08 

MO +6 .— — — »10 — : — — 

10 La +3 — — — — 1.0 — — 10 

Co +2 ^ — — — — — — 0.13 

Each test panel after immersion in the test operating bath was water rinsed and air dried and was 
visually inspected for colour and clarity. All of the test panels treated in solutions 3.5A to 3.5G were of 
a substantially uniform light-yellow colour varying in clarity from a clear yellow film to films which were 

1 5 slightly hazy or hazy as set forth in Table 3. Each test panel after air drying was immediately tested for 1 5 
hardness of the passivate film by a light finger rubbing. The comparative hardness test results of the 
passivate film on the test panels treated in test solutions 3.5A to 3.5G is set forth in Table 3. It will be 
noted, that after a 24 hour aging of the test panels, the passivate film thereon became hard and rub 
resistant. The advantage of a passivate film which is hard immediately after air drying is that it can be 

20 handled for further processing without undergoing damage to the deposited film. Each test panel 20 
treated with test operating solutions 3.5A to 3.5G was also subjected to a neutral salt spray for a period 
of 72 hours and the surface area, expressed in terms of a percentage, in which a white corrosion 
deposit was formed is also tabulated in Table 3. 

Table 3 

25 Test results 25 

Neutral Salt Spray 
72 Hrs.—% White 



30 



35 



Example 


Clarity 


Hardness 


Corrosion 


3.5A 


SI. haze 


Soft 


50 


3.5B 


Si. haze 


Soft 


100 


3.5C 


SI. haze 


Hard 


10 


3.5D 


Haze 


Hard 


0 


3.5E 


SI. haze 


Soft 


100 


3.5F 


Clear 


Soft 


2 


3.5G 


Clear 


Hard 


0 



30 



35 



Based on the data as set forth in Table 2, from a clarity and hardness evaluation, Example 3.5G is 
a definite pass, Examples 3.5C and 3.5F are acceptable, which Examples 3.5A, 3.5B and 3.5E are less 
acceptable based on general appearance. From the standpoint of corrosion resistance, Examples 3.5D, 
3.5F and 3.5G are definite passes, 3.5C a marginal pass, while Examples 3.5A, 3.5B and 3.5E are 

40 considered not acceptable based on ASTM corrosion standard specifications for a 72 hour neutral salt 40 
spray evaluation. It should be pointed out, however, that each of the test samples possess improved 
corrosion resistance in comparison to an untreated electroplated zinc test panel and the passivate films 
which failed the 72 hour neutral salt spray test are nevertheless acceptable for less rigorous service 
exposures. The corrosion resistance provided by the Example 3.5G is substantially comparable to that 

45 attainable with conventional prior art hexavaient chromium passivate solutions of the types heretofore 45 
known. It will also be appreciated that variations in the types, combinations and concentrations of the 
metal ions contained in the test solutions can be made to optimize and improve the clarity, hardness 
and corrosion resistance of the test panels over the results as set forth in Table 3. The selection of a 72 
hour neutral salt spray condition is relatively severe and is generally employed for parts subjected to 

50 exterior exposure such as in automotive components. The 72 hour neutral salt spray test is normally 50 
applied to yellow hexavaient chromium passivates although some specifications require only 48 hours 
while others require a 96 hour exposure. The 72 hour test period was, accordingly, selected as being of 
average severity. 

Exampl s 4.1 A to 4.1 G 

55 A series of trivalent chromium containing concentrates were prepared suitable for dilution with 55 
water to make up an operating bath in further combination with an oxidizing agent and cerium or 
lanthanum ions as follows: 



GB 2 097 024 A 19 



C ncerrtrate4.1A 



Ingredient 



Concentration, 

g/i 



Cr +3 

CoS0 4 -7H 2 0 

Ferrous ammonium sulphate 
Sodium fluoroborate 
Succinic acid 
Nitric acid (100%) 



( 



24 J 

l€ 

12 

15 

25 

60 



10 



15 



Concentrate 4.1 B 



Ingredient 



Cr«. 
NaCI 

Ferrous ammonium sulphate 
Sodium succinate 
Nitric acid (100%) 



Concentration, 

gli 



24 
20 
25 
55 
60 



10 



15 



20 



25 



Concentrate 4.1C 



Ingredient 



Ferric ammonium sulphate 
Sodium succinate 
JNaCL 
Nitric Acid (100%) 



Concentration, 

gli 



24 
50 
55 
20 
60 



20 



25 



30 



Concentrate 4.1 D 



Ingredient 



_Cr+ 3 

Ferric ammonium sulphate 

Succi nic a cid 

JSIaCL 

Nitric acid (100%) 



Concentration, 

gli 



24 
50 
25 
20 
60 



30 



35 



40 



Concentrate 4.1 E 



Ingredient 



Cr +3 ._ 

Ferric ammonium sulphate 
_NaCI 

"~ Malonicacid 
NffirTc T acid(100%) 



Concentration, 
9/1 



24 
50 
20 
25 
60 



35 



40 



45 



Concentrate 4.1 F 



Ingredient 



_Cr+ 3 

Fe 2 ('S0 4 ), 
_NaCI 

Gluconic acid 
~Nltrlc aclcf (100%) 



Concentration, 

g/t 



24 
30 
20 
20 
60 



45 



20 
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Concentrate 4.1 G 

Concentration, 
Ingredient g/f 

JEl 24 
5 Feme ammonium sulphate 50 5 

NaCI 20 
JVlaTeic a gid 25 
Nitric acid (100%) 60 

Examples 4.2A to 4.2G 

10 A cerium ion concentrate was provided containing about 80 g/l eerie ions in the form of eerie 1 0 
sulphate in a dilute sulphuric acid solution. An oxidizing agent concentrate was also provided 
containing about 35% hydrogen peroxide. A series of operating baths were prepared suitable for 
forming a yellow passivate film on a substrate each containing 2% by volume of the cerium Ion 
concentrate, 2% by volume of the oxidizing agent concentrate, and 2% by volume of one of the 

15 chromium concentrates 4.1 A to 4.1 G of Examples4.1Ato4.1G. 15 
Steel test panels were subjected to an alkaline, non-cyanide electrplating step to deposit a zinc 
plating thereon after which they were thoroughly water rinsed and immersed with agitation in each of 
15 * I*™ °P e r atin 9 baths for a P eriod of abou t 30 seconds maintained at a temperature of about 70° F 
(21 CJ and having a pH ranging from about 1 .5 to about 2.0. At the conclusion of the passivation 

20 treatment, the passivated panels were warm water rinsed and air dried. An inspection of the coating on 20 
each of the test panels which had been immersed in each of the operating test solutions revealed the 
formation of a clear hard yellow passivate film. 

Examples 4.3A to 4.3G 

A lanthanum ion concentrate was provided containing about 60 g/l lanthanum ions in the form of 
% Sf? Iantn a™m chloride. An oxidizing agent concentrate was also provided containing about 25 
35/o hydrogen peroxide. A series of operating baths were prepared suitable for forming a blue-bright 
passivate film on a substrate each containing 2% by volume of the lanthanum ion concentrate, 2% by 
volume of the oxidizing agent concentrate, and 2% by volume of one of the chromium concentrates 
4.1 A to 4.1 G of Example 4.1 . 
30 Zinc plated test panels as described in Example 4.2 were immersed under the conditions 30 
described in Example 4.2 whereafter they were warm water rinsed and air dried. An inspection of the 
coating on each of the test panels after drying revealed an exceptionally bright, clear, hard bluish 
coloured passivate film. 

The yellow passivated panels of Examples 4.2A, 4.2B and 4.2C produced using operating baths 
35 containing, respectively, concentrates 4.1 A, 4.1 B and 4.1 C as hereinabove described were aged for at 35 

least 24 hours and subjected to neutral salt spray corrosion testing according to ASTM procedure B- 
^Jpl,-lp* following Table 4 indicates the corrosion resistance results that were obtained using these 



40 


Example 


Chromium 
Concentrate 


Table 4 

Hours Neutral 
72 


\ Salt Spray 

- 96 


40 




4.2A 


4.1A 


Clear with 
some dark 
spots. 


Clear with 
some dark 
spots. 




45 


4.2B 


4.1 B 


Clear with 
some dark 
spots. 


Clear with 
some dark 
spots. 


45 


50 


4.2C 


4.1C 


Clear with 
some dark 
spots. 


Some dark 
spots — 1% 
white spots. 


50 



The above results show that panels treated with operating baths containing concentrates A, B, 
and C^a|M£toiJ^^ spray test Similar results were obtained with panels produced using the 
other concentrat s. 

Example 5.1 

55 An operating bath suitable for depositing a yellow passivate film on a receptive substrate was 55 
provided by forming a trivalent chromium containing concentrate designated as "Concentrate 5 1 A" 
having a composition as follows: 



21 



GB 2 097 024 A 21 



Cone rrtrat 5.1 A 

Concentration, 
ingredient gll 

Cr+ 3 50 

5 Ferric ammonium sulphate 30 5 

Sodium chloride 20 

Nitric acid (100%) 60 

Succinic acid 20 

The trivaient chromium ions were introduced as Cr 2 (S0 4 )3, 
1 0 A cerium ion concentrate designated as "Concentrate 5. 1 B" was provided containing about 80 1 0 
g/l eerie ions in the form of eerie sulphate in a dilute (about 5%) sulphuric acid solution. An oxidizing 
agent concentrate was also provided containing about 35% hydrogen peroxide. A sodium silicate 
concentrate was also provided containing 300 g/l sodium silicate calculated as S(0 2 . 

A yellow passivate operating bath was prepared comprising water containing 2% by volume of 
1 5 Concentrate 5.1 A, 2% by volume of the cerium ion Concentrate 5.1 B, 2% by volume of the oxidizing 1 5 
agent concentrate and 0.4% by volume of the sodium silicate concentrate. 

Steel test panels were subjected to an alkaline, non-cyanide electroplating step to deposit a 
zinc plating thereon after which they were thoroughly water rinsed and immersed with agitation in the 
passivate operating bath for a period of about 30 seconds at a temperature of about 70°F (2 1 °C) and 
20 at a pH ranging from about 1 .5 to about 2.0. The test panels were thereafter extracted from the 20 
operating bath and were dried with recirculating warm air. 

The test panels after drying were visually inspected and were observed to have a very hard clear 
yellow passivate film. The test panels after aging for at least 24 hours, were subject to a neutral salt 
spray corrosion test according to ASTM Procedure B-1 1 7. The test panels thus treated in accordance 
25 with the present process exhibited excellent salt spray resistance after exposure for a period of more 25 
than 96 hours. 

Example 5.2 

An operating bath suitable for depositing a yellow passivate film on a receptive substrate was 
provided by forming a trivaient chromium containing concentrate designated as "Concentrate 5.2A" 
30 having a composition as follows: 30 

Concentrate 5.2A 

Concentration, 
ingredient g/l 



Cr +3 50 
35 Ferric ammonium sulphate 40 35 

Sodium chloride 20 
Nitric acid (100%) 60 
Sodium silicate 1 0 

(calculated as Si0 2 ) 

40 A yellow passivate operating bath was prepared comprising water containing 2% by volume of 40 
Concentrate 5.2A, 2% by volume of the cerium ion Concentrate 5.1 B of Example 5.1 , and 2% by 
volume of the oxidizing agent concentrate of Example 5.1 . 

Test panels prepared in accordance with the procedure described in Example 5.1 were immersed 
in the operating bath for a period of about 30 seconds at a temperature of about 70°F (2 1 °C) and at a 

45 pH ranging from about 1 .5 to about 2.0. The treated test panels were dried with recirculating warm air 45 
and the dried panels were observed to have a very hard clear yellow passivate film. The test panels 
after aging were subjected to a neutral salt spray corrosion test as described in Example 5.1 and were 
observed to possess excellent salt spray resistance after exposure for a period of more than 96 hours. 

Example 5.3 

50 An operating bath suitable for depositing a yellow passivate film on a receptive substrate was 50 

provided by forming a trivaient chromium containing concentrate designated as "Concentrate 5.3A" 
having a composition as follows: 

Cone ntrate 5.3A 

Concentration, 

55 ingredient g/l 55 



Cr +3 50 

Ferric ammonium sulphate 40 

Nitric acid (100%) 60 

Sodium chloride 20 
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An operating bath was prepared comprising water containing 2% by volume of Concentrate 5.3A, 
2% by volume of the cerium ion containing Concentrate 5.1 B of Example 5.1 , 2% by volume of the 
oxidizing agent concentrate of Example 5. 1 , and 0.5% by volume of the sodium silicate concentrate of 
Example 5.1. 

Electroplated zinc test panels were treated in the operating bath in accordance with the 5 
procedure as described in Example 5.1 and after drying, were observed to have a good clear yellow 
passivate film. 

The test panels also possessed good salt spray resistance evidencing excellent corrosion 
protection. 



10 



15 



10 Example 5.4 

An operating bath suitable for depositing a yellow passivate film on a receptive substrate was 
provided by forming a trivaient chromium containing concentrate incorporating a quaternary amine 
silicate designated as "Concentrate 5.4A" having a composition as follows: 

Concentrate 5.4A 

^ . Concentration, 

ingredient g/f 

~ 30 
Quaternary amine silicate* 1 5 

Sodium chloride 1 5 

20 *Quaram 220, calculated as Si0 2 . 20 

The trivaient chromium containing Concentrate 5.4A was subjected to prolonged storage and 
was observed to possess excellent stability over prolonged storage times. 

In addition, a second concentrate designated as "Concentrate 5.4B" was prepared having a 
composition as follows: 



25 Concentrate 5.4B 25 

Concentration, 
Ingredient g/f 



30 



Nitric acid (100%) 60 

Sulphuric acid ( 1 00%) 30 

30 Ferric sulphate 25 

Cerium chloride 120 

An operating bath was prepared comprising water containing 2% by volume of Concentrate 5.4A 
2% by volume of Concentrate 5.4B and 2% by volume of the oxidizing agent concentrate as described ' 
in Example 5.1. 

35 Zinc plating test panels were contacted with the operating bath in accordance with the procedure 35 
and under the conditions as described in Example 5.1 whereafter the test panels were dried with 
recirculating warm air. The test panels were observed to have an excellent hard and clear yellow 
passivate film and possess excellent salt spray resistance showing zero white corrosion formation after 
exposure to a neutral salt spray test for a period of 96 hours. 

40 Example 5,5 ^ 
A second series of electroplated zinc test panels were treated with the operating bath as 
previously described in Example 5.4 under the same conditions whereafter the test panels were water 
rinsed and thereafter post-rinsed for a period of 30 seconds in an aqueous solution at room 
temperature containing 1 0 g/l sodium silicate calculated as Si0 2 . The panels after the post rinse were 

45 extracted and dried with warm air. 45 
The test panels were inspected and observed to possess a very hard clear yellow passivate film. 
After aging, the test panels were subjected to a neutral salt spray corrosion test and exhibited excellent 
salt spray resistance after exposure of 96 to 1 40 hours. These tests also showed that when a post 
silicate rinse treatment is employed, the presence of some nitrate ions in the passivate operating bath 

50 is desirabl to avoid the formation of some haze, in some instances, in the passivate film as a result of 50 
the post dip operation. 

Example 5.6 

An operating bath suitable for depositing a blue-bright passivate film on a receptive substrate 
was provided by forming a concentrate designated as "Concentrate 5.6A" having a composition as 
00 follows: , r 
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Concentrate 5.6A 

Concentration, 
ingredient g/l 

Nitric acid (100%) 30 

. 5 Sulphuric acid( 100%) 20 

Succinic acid 20 

La-RE-CI 3 80 

A passivate operating bath was prepared comprising water containing 3% by volume of 
Concentrate 5.4A of Example 5.4, 3% by volume of Concentrate 5.6A and 3% by volume of the 
1 0 oxidizing agent concentrate of Example 5.1 . 

Electroplated zinc test panels were treated with the operating bath in accordance with the 
procedure as previously described in Example 5.1 and the test panels after drying were observed to 
possess an excellent blue-bright passivate film. The test panels also possessed excellent corrosion 
resistance as shown by the absence of white corrosion after being subjected to a neutral salt spray 
1 5 corrosion test for a period of from 48 up to 72 hours. 

Examples 5.7.1 and 5.7.2 

A trivalent chromium containing concentrate was prepared designated as Concentrate b. /A 

having a composition as follows: 

Concentrate 5.7A 

20 Concentration, 

ingredient gfi 



10 



15 



20 



Cr +3 30 

Sodium chloride 1 0 

Sodium silicate 10 
25 (calculated as Si0 2 ) 



25 



30 



An operating bath (Example 5.7.1 ) suitable for depositing a yellow passivate film on a receptive 
substrate was prepared by employing 2% by volume of Concentrate 5.7A, 2% by volume of 
Concentrate 5.4B of Example 5.4 and 2% by volume of the oxidizing agent concentrate of Example 5.1 . 
On the other hand, an operating bath (Example 5.7.2) suitable for depositing a blue-bright passivate 
film was achieved by employing 2% by volume of Concentrate 5.7A, 2% by volume of Concentrate w 
5.6A of Example 5.6 and 2% by volume of the oxidizing agent concentrate of Example 5.1 . 

Test panels treated in accordance with the procedure described in Example 5.1 evidenced 
excellent passivate films and exhibited excellent corrosion protection. 



Example 5.8 ^ . . . oc 

35 An operating bath suitable for depositing a blue-bright passivate film on a receptive substrate 35 

was provided by forming a trivalent chromium containing concentrate designated as "Concentrate 
5.8A" having a composition as follows: 



40 



Concentrate 5.8A 

Concentration, 

ingredient 9^ 40 



Cr+3 30 

Sodium chloride 13 

Sodium gluconate 1 0 

Quaternary amine silicate* 1 5 



45 *Quaram 220, calculated as Si0 2 

A second concentrate designated as "Concentrate 5.8B" was provided having a composition as 



45 



follows: _ ^ nr> 

C nc ntrate5.8B 



50 



Concentration, ^ 

ingredient 



Nitric acid (100%) 60 
Sulphuric acid (100%) 30 
AI 2 (S0 4 ) 3 30 
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An operating bath was prepared comprising water containing 3% by volume of Concentrate 5.8A, 
3% by volume of Concentrate 5.8B and 3% by volume of the oxidizing agent concentrate of Example 
5.1. 

Electroplated zinc test panels were treated in accordance with the procedure described in 
5 Example 5.1 and after drying were observed to have a clear bright passivate film. Testing of such 5 
panels in neutral salt spray corrosion tests evidenced a corrosion resistance of at least 12 
up to 24 hours. 

Example 6.1 

An operating bath suitable for depositing a yellow passivate film on a receptive substrate was 
1 0 provided by forming a trivalent chromium concentrate designated as "Concentrate 6.1 A" having a 1 0 

composition as follows: 

Concentrate 6.1 A 

Concentration, 
Ingredient g/l 

15 Cr+ 3 : ^ 15 

Quaternary ammonium silicate 1 5 

Nag 15 

The trivalent chromium ions were introduced as Cr 2 (S0 4 ) 3 while the silicate compound was 
introduced as Quram 220 from Emergy Industries. 
20 A cerium ion concentrate designated as "Concentrate 6.1 B" was provided having a composition 20 

as follows: 

Concentrate 6.1 B 

Concentration, 
ingredient gff 

25 HN0 3 <100%) 60 25 

"~^2Sd 4 (100%) 30 

Fe 2 (S0 4 ) 3 25 

.Ce +3 120 

The cerium ions were introduced by way of a cerium chloride solution containing about 300 g/l 
30 Ce +3 ions. 30 
In addition, an oxidizing agent concentrate was provided containing about 35% hydrogen 
peroxide. , 
A series of one litre operating baths were prepared comprising 3% by volume Concentrate 6.1 A, 
3% by volume Concentrate 6. 1 B and 3% by volume of the oxidizing agent concentrate. In order to 
35 simulate an aged operating bath used for passivation of zinc workpieces, 1 g/l of zinc dust was 35 
dissolved in each test solution. 

One such test solution without further additions was designated asiestsolutiort 6.1 .1 and served 
as the control sample. To a second test solution designated as 6.1 .2^1-9/1 of citric acid and 0.4 g/l of 1 - 
hydroxy ethylidene-1 ,1 diphosphonate (Dequest 201 0) was added asTsfiffittzfn^geht. To a third test 
40 solution designated as 6.1.3 r 1 g/l of citric acid and 0.08 g/l of 1 -hydroxy ethylidene-1, 1 40 
diphosphonate (Dequest 2010) was added. 

Each test solution was subjected to agitation at room temperature to simulate typical commercial 
practice. The pH at start and finish and the peroxide concentration measured in terms of volume 
percent of 35% hydrogen peroxide concentrate remaining in the bath was analyzed over a one-day 
45 period. The results are as follows: 45 

Hydrogen peroxide concentration and pH 
Test sample 

Example 6.1.1 6.1.2 6.1.3 

Time H 2 0 2 pH H 2 0 2 pH H 2 0 2 pH 



50 Start 2.56% 1.6 2.95% 1.6 3.05% 1.4 50 

After 3.5 2.39% — 2.92% — 2.84% — 
hours 

After 21 0.83% — 1.72% — 2.37 1.7 
hours 

55 After 26 0.50% 2.5 1.42% 1.8 — — 55 
hours 
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From the results as set forth in the foregoing table, it is apparent that control sample 6.1 .1 devoid 
of any stabilizing agent rapidly lost the peroxide oxidizing agent which should be present at a 
concentration of at least 2% by volume to maintain proper passivation treatment An almost complete 
replenishment of the oxidizing agent in Sample 6.1 .1 would therefore be necessary after a period of 
5 about one day. In contrast, sample 6. 1 .3 exhibited only a small loss of peroxide after 2 1 hours while 5 
sample 6.1.2 containing^ lesser quantity of Dequest 2010 in combination with 1 g/l of citric acid also 
exhibited a surprising superiority in peroxide stability over the control sample 6.1 .1 . 

The stabilization of pH is also evident from the data set forth in the foregoing table. Control 
sample 6.1.1 rose to a pH level of 2.5 after 26 hours which would have necessitated the addition of 
10 acid to the operating bath to maintain the pH within the preferred operating range of 1 .5 to 2.0. On the 1 0 
other hand, both samples 6.1.2 and 6.1.3 were substantially stable and remained within optimum pH 
range over the test duration. 

Example 6.2 

An aqueous stabilizer concentrate was prepared containing 570 g/l citric acid and 11 0 g/l 1 - 
1 5 hydroxy ethylidene-1 , 1 -diphosphonate (Dequest 201 0). These operating solutions were prepared as 1 5 
described in Example 6.1 containing 3% by volume Concentrate 6.1 A, 3% by volume Concentrate 

6.1 B, 3% by volume of the oxidizing concentrate and 1 g/l zinc dust for aging the baths. A control 
sample designated 6.2.1 devoid of any stabilizing agent had an initial peroxide concentration of 3% but 
after standing for a period of 1 8 hours under the conditions of Example 6.1 had a residual peroxide 

20 concentration of only 1 .05% necessitating replenishment. A second test solution designated as 6.2.2 20 
was stabilized by the addition of 2.5 mil II litres/litre of the stabilizer concentrate and had an initial 
peroxide concentration of 3% and after a period of 1 8 hours had a residual peroxide concentration of 
2.43 percent. 

Example 6.3 

25 In order to evaluate the effectiveness of the peroxide and pH stabilizing agent of this aspect of the 25 
present invention under actual commercial operation, the stabilizer concentrate as defined in Example 

6.2 was employed for stabilizing a trivalent chromium passivate solution of a composition similar to the 
operating bath of Example 6.1 containing trivalent chromium ions, iron and cerium ions to provide a pH 
within the range of about 1 .5 to about 2.0 at a temperature of about 70°F (2 1 °C) and containing 

30 hydrogen peroxide as the oxidizing agent. Under normal operation, in the absence of the stabilizer 30 
agent, the commercial operating bath necessitated a replenishment of the peroxide oxidizing agent 
with the addition of 3% by volume of a 35% hydrogen peroxide concentrate each morning at the 
commencement of operation as well as the addition of another 1 % by volume of the peroxide oxidizing 
concentrate after about 4 hours operation to maintain the bath at a minimum of 2% by volume 

35 oxidizing agent. 35 
By the addition of 1 litre of the stabilizer concentrate per one hundred gallons of the operating 
bath, the replenishment of the peroxide oxidizing concentrate was reduced to only a 1 % by volume 
replenishment each operating day and only a 2% by volume replenishment after standing over the 
weekend to restore the bath to a proper operating condition. 

40 Additionally, the addition of the stabilizer concentrate to the operating bath further stabilized the 40 
operating pH over the six day test period wherein the pH remained substantially constant avoiding the 
necessity of acid addition to control pH. In contrast, the same commercial operating bath without any 
of the stabilizer concentrate necessitated frequent monitoring of pH and periodic addition of acid to 
maintain the pH within the desired range of 1 .5 to 2.0. 

45 Bright zinc electroplated parts processed employing the foregoing commercial operating bath 45 

after aging for at least 24 hours were subjected to a neutral salt spray corrosion test according to 
ASTM Procedure B-1 1 7. The excellent corrosion resistance of the yellow passivate film was evidenced 
by the absence of white corrosion on the parts after 96 hours salt spray testing. 

Example 6.4 

50 The stabilization of a commercial operating bath of a composition and employing the procedure 50 
as described in Example 6.3 was achieved by preparing an aqueous stabilizer concentrate containing 
from about 30 to about 170 g/l of 1 -hydroxy ethylidene-1, 1 diphosphonate {Dequest 2010) in 
admixture with about 1 60 to about 500 g/l of citric acid. The stabilizing concentrat was added to the 
commercial operating bath to provide an operating concentration of the 1 -hydroxy ethylidene-1 ,1 

55 diphosphonate in an amount of about 0.05 to about 3 g/l and an operating concentration of the citric 55 
acid constituent of about 0.1 to about 10 g/l. Results obtained are similar to those as described in 
Example 6.3. 

Exampl 6.5 

^n operating bath suitabl e for depositing a yellow passivate film on a receptive substrate was 
60 provided by forming a concentratelTesignated as "Concentrate 6.5A" having a composition as follows: 60 
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10 

*Dequest2010 



Concentrat 6.5A 

Concentration, 

Ingredient g[l 

HN0 3 {100%> 60 

H 2 SO 4 (100%> 30 

Fe 2 (S0J 3 25 

FeCI 3 5 

Diphosphonate* 8.5 

Citric acid 36 



120 10 



An operating bath was prepared comprising 3% by volume of the chromium ion concentrate 6.1 A 
of Example 6.1 , 3% by volume of concentrate 6.5A and 3% by volume of the oxidizing agent 
concentrate containing about 35% hydrogen peroxide. 

1 5 Steel test panels were subjected to an alkaline non-cyanide electroplating step to deposit a zinc 1 5 
plating.thereon after which they were thoroughly water rinsed and immersed with agitation in the 
passivate operating bath for a period of about 30 seconds at a temperature of about 70° F {21 °C) and 
at a pH ranging from about 1 .5 to about 2.0. The test panels were thereafter extracted from the 
operating bath and were dried with recirculating warm air. 

20 The test panels after drying were visually inspected and were observed to have a uniform clear 20 
yellow passivate film thereover. The small addition of ferric chloride to the operating bath provides an 
improvement in the colour intensity of the yellow passivate film in comparison to that obtained 
employing the passivate operating bath of Example 6.1. 

The test panels after aging were subjected to a neutral salt spray test in accordance with the 

25 procedure described in Example 6.3 and similar results were obtained. 25 

Example 7.1 

An operating bath suitable for depositing qL^eltov^assjyate iUmon a receptive substrate was 
made up as follows: A trivalent chromium containing concentrate designated as "Concentrate 7.1 A" 
having a composition was first made up as follows: 



30 Concentrate 7.1 A 

Concentration, 
Ingredient g/i 



^ 25 

"Ferric ammonium sulphate 30 

35 Sodiumjchloride 20 

Nitric acid (100%) 60 

Succinic acid 20 



45 SiO- 



An aqueous silicate rinse solution was provided containing 10 qf\ sodium silicate calculated as 



30 



35 



A cerium ion concentrate 7.1 B was provided containing about 80 g/l eerie ions in the form of 
eerie sulphate in a dilute (about 5%) sulphuric acid solution. An oxidizing agent concentrate was also 
40 provided containing about 35% hydrogen peroxide. 40 
A yellow passivate operating bath was prepared comprising water containing 2% by volume of 
Concentrate 7.1 A, 2% by volume of the cerium ion concentrate 7.1 B and 2% by volume of the oxidizinq 
agent concentrate 7. 1 C. 



45 



Steel tests panels were subjected to an alkaline, non-cyanide electroplating step to deposit a zinc 
plating thereon after which they were thoroughly water rinsed and immersed with agitation in the 
passivate operating bath for a period of about 30 seconds at a temperature of about 70° F (21 °C) and 
at a pH ranging from about 1 .5 to about 2.0. The test panels were extracted from the operating bath, 

50 subjected to a tap water rinse and were thereafter contacted with the silicate rinse solution for about 50 
30 seconds at a temperature of about 70°F (21 °C). The silicate rinsed test panels were thereafter 
extracted from the rinse solution and were dried with recirculating warm air. 

The test panels after drying were visually inspected and were observed to have a very hard clear 
yellow passivate film. The test panels after aging for at least 24 hours, were subjected to a neutral salt 

55 spray corrosion test according to ASTM Procedure B-1 1 7. The test panels treated in accordance with 55 
the present process exhibited excellent salt spray resi^ce-afteriexpo^re^Laj3teriod of more than 
96 hours. — — * — 



Examples 7.2.1 to 7.2.14 

lanthanum ions^s follows: combinat.ofr with )n oxidizing age ntand ceriurn or 



Concentrate 7.2A 

ingredient Concentration, 



Cr +3 

CoS0 4 .7H 2 0 25 

Ferrous ammonium sulphate 12 

Sodium fluoroborate 1 5 

Succinic acid 2 j? 

Nitric acid (10096) qq 



Concentrate 7.2B 



Ingredient 



Concentration, 

an 



Cr +3 — 

P 2o" 

f-errous ammonium sulphate 25 

Sodium succinate 5 e 

Nitric acid (100%) qq 

Concentrate 7.2C 
Ingredient Concentration, 



9ft 



Cr+3 " u 

Ferric ammonium sulphate kq 
Sodium succinate 



Nitric acid (100%) 



55 
20 
60 



Concentrate 7. 2D 



Ingredient Concentration, 



Cr+3 24^ 

Ferric ammonium sulphate 50 
Succinic acid 



NaCI 

Nitric acid (100%) 



25 
20 
60 



Concentrate 7.2E 



Ingredient Concentration, 

--cTT — 

Ferric ammonium sulphate cn 

— Malonicafiid, ZZ 

Nitric acid (100%) gj 

Concentrate 7.2F 

Ingredient Concentration, 

Cr +3 _ — 
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Cone ntrate7.2G 

Concentration, 
ingredient g /f 

" 24 

0 Ferric ammonium sulphate 50 5 

NaCI 20 

Maleic acid 25 

Nitric acid (100%) 60 

, n , . A c f rium .. fon concentrate was provided containing about 80 g/l eerie ions in the form of eerie 

1 0 sulphate in a dilute sulphuric acid solution. An oxidizing agent concentrate was also provided 1 0 

containing about 35% hydrogen peroxide. A series of operating baths (Examples 7.2.1 to 7.2.7) were 
prepared suitable for forming a yellow passivate film on a substrate each containing 2% by volume of 
the cerium ion concentrate, 2% by volume of the oxidizing agent concentrate, and 2% by volume of one 
of the chromium concentrates 7.2A to 7.2G respectively. 

15 A lanthanum ion concentrate was provided containing about 60 g/l lanthanum ions in the form of 1 5 
UST lamhanum chloride. An oxidizing agent concentrate was also provided containing about 
35 j hydrogen peroxide. A series of operating baths (Examples 7.2.8 to 7.2.14) were prepared suitable 
for forming a blue-bnght passivate film on a substrate each containing 2% by volume of the lanthanum 
ion concentrate, 2% by volume of the oxidizing agent concentrate, and 2% by volume of one of the 

20 chromium concentrates 7,2A to 7.2G respectively. 20 
Zinc plated steel test panels as described in Example 7.1 were processed through each of the 
operating-baths (Examples 7.2.1 to 7.2.1 4) under the conditions as set forth in Example 7.1 whereafter 
the passivated panels were subjected to a silicate post-rinse treatment employing an aqueous silicate 
nnse solution in which the silicate concentration was varied from about 1 to about 40 g/l calculated as 

25 S.0 2 at temperatures ranging from 50° to 1 50°F ( 1 0° to 66°C). The panels were subsequently air 25 
dried and subjected to a neutral salt spray corrosion test as described in Example 7.1 . Similar results to 
those reported for Example 7.1 were obtained. 

Examples 7.3.1 to 7.3.6 

A series of operating baths was prepared as follows: 

30 Operating bath 7.3A 

Concentration, 
Ingredient g/l 

Cr 2 (S0 4 ) 3 2.2 

NH 4 HF 2 .18 

35 H 2 S0 4 1>2 

H 2 0 2 5.3 

FeNH 4 S0 4 # 0.25 

CoS0 4 -7H 2 0 1.6 

•Ferrous Ammonium Sulphate=Fe(S0 4 ) • (NH 4 ) 2 S0 4 • 6H 2 0 

40 Operating bath 7.3B 

Concentration, 
Ingredient g/l 

CTCr 2 (S0 4 ) 3 5.6 

~NH 4 HF 2 0.4 

45 H 2 S0 4 2.7 45 

HA 5.3 

FeNH 4 S0 4 0.58 

CoS0 4 • 7H 2 0 3.75 



30 



35 



40 
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Operating bath 7.3C 

Concentration, 
Ingredient g/i 

c Cr 2 (SOJ 3 3.0 

5 NH 4 HF 2 0.24 5 

H 2 S0 4 1.54 

H 2 0 2 5.3 

FeNH 4 S0 4 0.25 

NiNH 4 S0 4 * 2.1 

10 *Nickel Ammonium Sulphate=NiS0 4 - (NH 4 ) 2 S0 4 . 6H 2 0 10 

Operating bath 7 .3D 

Concentration, 
ingredient g/i 



1C Cr a {S0 4 ) 3 3.0 

15 NH 4 HF 2 0.24 15 

H 2 S0 4 1.54 

FeNH 4 S0 4 0.24 

H 2 0 2 5.3 

MnS0 4 H 2 0 1.0 

20 Operating bath 7.3E 20 

Concentration, 
ingredient g/i 

Cr 2 (S0 4 ) 3 3.0 

NH 4 HF 2 0.24 

25 H 2 S0 4 1.54 25 

FeNH 4 S0 4 o.24 

H 2 0 2 5.3 

H 2 Mo0 4 .H 2 0 1.0 

Operating bath 7.3F 

30 Concentration, 30 

Ingredient g/i 



Cr 2 (S0 4 ) 3 3.0 
NH 4 HF 2 0.24 



H 2 S0 4 1.54 

35 FeNH 4 S0 4 0.24 35 

H 2 0 2 5.3 

(NHJ 4 (NiMoO M HJ 4 -4H 2 0 1.0 

Zinc plated test panels prepared as previously described in Example 1 were processed through 
the foregoing operating baths (Examples 7.3. 1 to 7.3.6) under the conditions previously described in 
40 Example 7.1 whereafter they were water rinsed and subjected to an aqueous silicate post-rinse 40 
treatment in a rinse solution in which the silicate concentration calculated as Si0 2 was varied from 
about 1 to about 40 g/l at temperatures ranging from about 50° to about 1 50°F (10° to 66°C). The 
passivated and post rinsed panels after drying were subjected to salt spray tests as described in 
Example 7. 1 and similar results were obtained. 

45 Claims 

1. An aqueous acidic solution useful in the treatment of receptive metal substrates to impart a 
passivate film thereon comprising 

A) hydrogen ions to provide an acidic pH, 

B) an oxidizing agent and 

50 C) at least one of iron, cobalt, nickel, molybdenum, manganese, aluminium, lanthanum, 50 
lanthanide mixture or cerium ions or mixtures thereof in an amount effective to impart 
increased corrosion resistance to the treated substrate. 

2. An aqueous acidic solution of treating receptive metal substrates to impart a passivate film 
thereon comprising 

55 A) an acid, 

B) an oxidizing agent, and 



45 



55 
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C) iron and cobalt ions present in an amount effective to impart increased corrosion resistance to 

the treated substrate. 
3. An aqueous solution as claimed in Claim 1 or claim 2 also comprising 

D) chromium ions substantially all of which are in the trivalent state, 

. 4. An aqueous acidic solution for treating receptive metal substrates to impart a chromate 5 
passivate film thereon comprising D 

A) an acid, 

B) an oxidizing agent, 

C) iron tons in combination with at least one additional metal ion selected from the group 

10 consisting of cobalt nickel, molybdenum, manganese, lanthanum, lanthanide mixture and 10 

mixtures thereof present in an amount effective to impart increased corrosion resistance to 
the treated substrate, and 

D) chromium ions substantially all of which are in the trivalent state. 

5. An aqueous acidic solution for treating receptive metal substrates to impart a chromate 

1 5 passivate film thereon comprising 1 5 

A) an acid, 

B) an oxidizing agent, 

C) cerium ions present in an amount effective to impart increased corrosion resistance to the 

treated substrate, and 

20 D) chromium ions substantially all of which are in the trivalent state. 20 

6. An aqueous acidic solution fortreating receptive metal substrates to impart a chromate 
passivate film thereon comprising 

A) hydrogen ions to provide an acidic pH, 

B) an oxidizing agent, 

25 C) at least one additional metal ion selected from the group consisting of iron, cobalt, nickel, 25 
molybdenum, manganese, lanthanum, lanthanide mixture and cerium and mixtures thereof 
present in an amount effective to impart increased corrosion resistance to the treated 
substrate, 

D) chromium ions substantially all of which are in the trivalent state, and 

30 E) a bath soluble and compatible organic carboxylic acid present in an amount effective to impart 30 
initial hardness and clarity to the passivate film, the said organic acid having the structural 
formula: 

(0H) a R(C00H) b 

wherein: 

35 a is an integer from 0 to 9; ' 35 

b is an integer from 1 to 3; and 

R represents an alkyl, alkenyl, or aryl group containing from C, to C a carbon atoms; 
as well as the bath soluble and compatible salts thereof. 

7. An aqueous acidic solution for treating receptive metal substrates to impart a chromate 

40 passivate film thereon comprising 40 

A) hydrogen ions to provide an acidic pH, 

B) an oxidizing agent, 

C) at least one additional metal ion selected from the group consisting of iron, cobalt, nickel, 

molybdenum, manganese, aluminium, lanthanum, lanthanide mixture and cerium and ' 
45 mixtures thereof present in an amount effective to impart increased corrosion resistance to 45 

the treated substrate, 

D) chromium ions substantially all of which are present in the trivalent state and present in an 

amount effective to produce a chromate film, and 
F) a bath soluble and compatible silicate compound present in an amount effective to provide 
oa lmproved hardness to the passivate film, and improved corrosion protection to the substrate. 50 

8. An aqueous acidic solution fortreating receptive metal substrates to impart a chromate 
passivate film thereon comprising 

A) hydrogen ions to provide an acidic pH, 

B) an oxidizing agent, 

55 C) at least one additional metal ion selected from the group consisting of iron, cobalt, nickel, 55 
molybdenum, manganese, aluminium, lanthanum, lanthanide mixture and cerium and 
mixtures thereof present in an amount effective to impart increased corrosion resistance to 
the treated substrate. 

D) chromium ions substantially all of which are present in the trivalent state and present in an 
60 amount effective to produce a chromate film, and 60 

G> a stabilizing agent comprising a mixture of 1 -hydroxy ethyiidene-1 ,1 diphosphonic acid and 
citnc acid as well as the bath soluble and compatible salts thereof present in an amount 
effective to reduce loss of the oxidizing agent and to inhibit a rise in the pH of the solution. 
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9. An aqueous acidic solution as claimed In anyone of claims 1 to 8 in which ingredient A is 
provided by an acid. a 

1 0. An aqueous solution as claimed in claim 9 in which the said acid is a mineral acid 

1 1 . An aqueous solution as claimed in claim 1 0 in which the mineral acid comprises sulphuric 
5 nitnc or hydrochloric acid or mixtures thereof. 

1 2. An aqueous solution as claimed in anyone of claims 1 to 1 1 having a pH of about 1 .2 to 
about 2.5. 

13. An aqueous solution as claimed in anyone of claims 1 to 1 2 having a pH of about 1 .5 to 
about 2.2. 

1 0 u I 4 * An ac ' ueous solution as claimed In anyone of claims 1 to 1 3 having a pH of about 1 .5 to 10 
about 2.0. 

15. An aqueous solution as claimed in anyone of claims 1 to 1 4 having a pH of about 1 .6 to 
about 1 .8. 

, = i J 6 * A 2 ? queous so'ut'on as claimed in anyone of claims 1 to 1 5 in which the said oxidizing agent 
1 5 Nredient B, is present in an amount of about 1 to 20 g/l cafculated on a weight equivalent 1 5 

effectiveness basis to hydrogen peroxide. H 

1 7. An aqueous solution as claimed in claim 1 6 in which the said oxidizing agent is present in an 
amount of about 3 to about 7 g/l calculated on a weight equivalent effectiveness basis to hydrogen 
peroxide. 

20 18. An aqueous solution as claimed in anyone of claims 1 to 1 7 in which the said oxidizing agent 20 
comprises a peroxide. 

1 9. An aqueous solution as claimed in claim 1 8 in which the said oxidizing agent comprises 
hydrogen peroxide. 

20. A process as claimed in anyone of claims 1 to 1 9 in which the said at least one additional 

25 metal ion in the said aqueous acidic solution is present in an amount up to about 10 g/l e g in the 25 
range of about 0.5 to about 1 0 g/l. 

2 1 . An aqueous solution as claimed in anyone of claims 1 5 to 20 in which ingredient C is present 
in an amount up to about 1 g/l. 

22. An aqueous solution as claimed in Claim 21 in which ingredient C is present in an amount of 

30 about 0.02 to about 1 g/l. 30 

23. An aqueous solution as claimed in claim 22 in which ingredient C is present in an amount of 
about 0.1 to about 0.2 g/l. 

24. An aqueous solution as claimed in anyone of claims 1 to 23 further containing at feast one 
additional metal ion selected from the group consisting of iron, cobalt nickel, molybdenum, 

35 manganese, lanthanum, lanthanide mixture as well as mixtures thereof. 35 

25. An aqueous solution as claimed in anyone of claims 1 to 24 further containing as an 
additional metal ion aluminium. 

26. An aqueous solution as claimed in claim 25 in which the said at least one additional metal ion 
comprises iron. 

40 27. An aqueous solution as claimed in anyone of claims 24, 25 or 26 in which the said at least 40 
one additional metal ion comprises cobalt 

28. An aqueous solution as claimed in anyone of claims 24 to 27 in which the said at least one 
additional metal ion comprises nickel. 

29. An aqueous solution as claimed in anyone of claims 24 to 28 in which the said at least one 

45 additional metal ion comprises molybdenum. 45 

30. An aqueous solution as claimed in anyone of claims 24 to 29 in which the said at least one 
additional metal ion comprises manganese. 

3 1 . An aqueous solution as claimed in anyone of claims 24 to 30 in which the said at least one 
additional metal ion comprises lanthanum. 

50 32. An aqueous solution as claimed in anyone of claims 24 to 31 in which the said at least one 50 
additional metal ion comprises lanthanide mixture. 

33. An aqueous solution as claimed in anyone of claims 24 to 32 in which the said at least one 
additional metal ion comprises aluminium. 

34. An aqueous solution as claimed in anyone of claims 1 to 33 in which the trivalent chromium 

55 ions, ingr dient D, are present in an amount of about 0.05 g/l up to saturation. 55 

35. An aqueous solution as claimed in claim 34 in which the trivalent chromium ions are present 
in an amount of about 0.2 to about 2 g/l. 

36. An aqueous solution as claimed in claim 35 in which the trivalent chromium ions are present 
in an amount of about 0.5 to about 1 g/l. 

60 37. An aqueous solution as claimed in anyone of claims 1 to 36 further including halide ions. 60 

38. An aqueous solution as claimed in claim 37 in which the said halide ions are present in an 
amount up to about 8 g/l. 

39. An aqueous solution af claimed in claim 38 in which the said halide ions are present in an 
amount of about 0.1 to about 2.5 g/l. 



amoumuX^outl ^ " C ' aimed ,n ^ 37 h Which the Said ha,ida >™ ™ *«« in an 

-mouS^STtSSS." claimed in claim 40 in which 1,16 said ha,ide ions are present In an 

5 42. An aqueous solution as claimed In anyone of claims 1 to 41 further containing a surfactant 
amount' u£c XT? T™ " Wh ' Ch 1,16 " W SUrfaC,ant ' S 

^off^.'^,a , !5r d ,n cla,m 43 in wh,ch * e said surfactam is present in an 

10 in.„^^rS^ Q r^ h, ^ 0,C,,,I,nB 1 to44furthe -ontainin g sulphateions 
0.5 to Aort 5 ( SE 0US SO ' Uti0n 38 d3imed Cl3im 45 Containin 9 su, * hate ions in an amount of about 

1 5 appendannodafm 4 SSSi ZffT* ''^^ 4 ° r 38 ° ,almed ,n any0ne " clafms 9 to 46 wn8n 
o appendant to claim 4 in which the said iron ions are present in an amount of about 0.05 to about 0.5 

^J^^XSSt^ ln c,aSm 47 ,n which the said iron ions are present in an 

49. An aqueous solution as claimed fn claim 2 or as claimed in anyone of claims 9 to 48 when 

SSSSSt'fSi which the said iron and the sald cobalt ions are pr **^ >™°™"TZut 

51 . An aqueous solution as claimed In anyone of claims 2, 3 or 4 or claims 6 to 50 when 

KTSSF ' 3 " 4 fUrther C ° ntaining ° eriUm '° nS P " Sent in an am ° unt 3 "bout S.5 to 

to about4 A ^ aqUeC,US SOlUtI ° n 38 ° laimed ln C,3im 51 containin 9 ceril "n 'ons in an amount of about 1 .0 

30 n aim % 3 ' n An ^Hlu US S °J Uti °. n 38 Claimed in c,aim 5 or in an V°ne of claims 9 to 52 when appendant to 
30 claim 5 ,n which the said cerium ions are present in an amount of about 0.5 to about ^ J pendant to 

.mou?of^^ te 1K4V ,mad C ' alm M " Wh ' Ch CeriUm i0nS PreSem " 3n 

an J^J^o^££%$ da!med " anV ° ne ° f C ' aimS 1 t0 " C ° ntainin9 C6riUm i0nS 
^ontamtcS 

claim | 7 inwh a rh e hr„ S °H IUtl l n w ? 8,m * d . ,n claim 6 or in anyone of claims 9 to 56 when appendant to 
claim 6 ,n which the sa.d carboxyhc acid, ingredient E. is present in an amount of about 0.05 to about 4 

40 «noui^b^ te 1KlV lmid C ' aim " WhiCh S9id Carb0Xy ' iC ^ iS PreS6nt a " 
claim It whlrhth- S c S »°J Uti0n f C,al , med in c,aim 6 or {n a nyone of claims 9 to 58 when appendant to 

salts there* ££1£!^22°" *** 87 * C,3im 58 Whlch the S3,d Carb0X V» C acld and 
salts thte^p^ 
50 sa.ts ^SSSK^cSf ' mid ,n C ' aim " " C ' aim 58 ' n WhiCh the S3id Carb0X V- «* a nd 
salts there* S^XE^S*"* **" " °' 58 WhiCh the " Jd Carb0Xy " C 3Cid and 
salts IZ^^J?™* C,3im " " C,8lm 58 in Which the saId ™*°*y«° «W and 

saits there* SZS^JSf*™ **" " " ^ 58 WhiCh *» Catb °^ acid a " d 
n. a m % 6 ' An aq " eous s ° ,utlon as cla! ™d in claim 7 or in anyone of claims 9 to 65 when appendant to 
calculated al ££" S8id ^ h PreSent ,n 90 amount of about 01 ^S^T 

H aim t 8 ^-^ ?? US S ,°J U n?" as daimed {n claim 7 or in an Vone °f claims 9 to 67 when appendant to 

s Sp o^ir ? 6 83,(1 8 lC3te C ° mp0Und C0mpris9S an in< *> anic bat " soluble and compatible 
silicate compound present in an amount up to about 2 g/l """Pckidib 

65 69. An aqueous solution as claimed in claim 68 in which the said silicate compound comprises 
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an alkah metal or ammonium silicate compound present m an amount up to abo*2i*^.^- 

70. An aqueous solution as claimed in claim 7 or in anyone of claims 9 to 67 inl^nSelaki 
~ulVZ??° V ? d ^P"" 888 a quaternary ammonium silicate compound present in an aimmtaf - 
about 0.01 to about 5 g/l calculated as SiO t . ™«*ui 

nua .pI! i ; i J n i qUBO - 8 301 f°? 88 ClaImed ,n dalm 70 ,n which th8 83,(1 8ilIc *« compound comprises a 
quaternary ammon.um s.hcate compound present In.an amount of about 0.1 to about 0.5 EKfl 

has th^o^^^ 10 daim 70 « Claim 71 In ^ *e said silicate compound 

ROR'aSiOjiyHjO 
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Wherein: 

R represents a quaternary ammonium radical substituted with four organic radicals selected from 
the group consisting of alkyl, alkylene, alkanol, aryl, or alkylaryl radicals, or mixtures thereof 
H represents R or a hydrogen atom; 
15 x is an integer from 1 to 3, and 

y is an integer from 0 to 1 5. 15 

solubi?^ 3Ci - iC S l Utl °r 35 < ? ,med in anyone of c,aims 1 to 71 further containing a bath 

soluble compatible organic carboxylic acid or a compatible salt thereof 

20 carboS^ 38 c,aimed J n claim 72 in wh *<* the bath soluble and compatible organic 

£?m ^ 20 
film, the organic acid having the structural formula: M ZKJ 

(0H) a R(C00H) b 

Wherein: 

a is an integer from 0 to 6; 
25 b is an integer from 1 to 3; and 

bath 9r ° UP COntaini " 9 fr ° m °' t0 Ce Carb0 " 3t ° mS; 38 W8 " aS the 

amoum'ofaruroTs to'aSt A T" C ' a, ' m ^ * "*** ^ " ^ " 

^J^™^?^ 1 "" ' m C ' aim 74 in Whi ° h the S3id Carbox V' ic aci ° * an 30 

a „ w ?6 ' A " ac ' ueo 1 U8 . so,utio " as claimed in claim 73, 74 or 75 in which the said organic carboxvlic 
salts tnS. 63 ,C ' ma ' eiC ' SUCCiniC ' 9 ' UCOniC ' tartariC ' ° r Citric acid or a mtaOTn3ri?!2! as 

n aim fi 7 -'n An h aq u?u US C,aimed in c,aim 8 or in anvone of clalms 9 to 76 when appendant to 35 

aSto^ di P hosph 0 nica C id.ingredientG.i S pres P e P ntinan 35 

78. An aqueous solution as claimed in claim 77 in which the said 1 -hydroxy ethylidehe-1 1 
dipnosphonic acid is present in an amount of about 0.1 to about 0.5 g/l. 

ni-- I 9 -' Al V! q u e u US S .°! Ut . i0 . n as clalmed in C,aim 8 or ln an y<> n a of claims 9 to 78 when appendant to 40 
claim 8 in which the said citric acid is present in an amount of about 0.1 to about 1 0 g/l 

80. An aqueous solution as claimed in claim 79 in which the said citric acid is present in an 
amount of about 0.5 to about 1 .5 g/l. m an 

81. An aqueous concentrate suitable for dilution with water and by addition of 

A) hydrogen ions to provide an acidic pH, As 

B) an oxidizing agent and 

0 at least one metal ion selected from the group consisting of iron, cobalt, nickel, molybdenum 
manganese, aluminium, lanthanum, lanthanide mixture and cerium, and mixtures thereof to 
produce an operatmg bath suitable for treating a receptive metal substrate to impart a 
chromate passivate film thereon, the said concentrate comprising about 1 0 to about 80 g/l 50 
of chromium ions substantially all of which are present in the trivalent state and about 5 to 
about 50 g/l calculated as Si0 2 of an organic quaternary ammonium silicate. 

82. An aqueous concentrate as claimed in daim 81 further Including up to about 50 g/l of halide 
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ions. 
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83. An aqueous concentrate as claimed in claim 8 1 or claim 82 further including a surfactant 55 
present in an amount of up t about 5 g/l. 

84. An aqueous solution as claimed in claim 4 substantially as specifically described herein with 
reference to Examples 2.1 , 2.2. 2.3, 2.4, 2.5B, 2.5C, 2.5D, 2.6, 2.7 or 2.8. 

«*irh imJT 008 ^ f0 [ treatl ? g 3 reCe . ptlve metal substrat « t0 'mpart a chromate passivate film thereon 
which comprises the steps of contacting the substrate with a solution as claimed in claim 4 or as 60 
cla.med in anyone of claims 9 to 80 when appendant to claim 4 or claim 84 at a temperatur of about 
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t0 0fl ab ? Ut 1 50 ° F (4 ° to 66 ° C) for a P eriod of time sufficient to form a passivate film thereon 
86. A process as claimed in claim 85 substantially as specifically described h rein with reference 
to anyone of the accompanying Examples 2.1 to 2.4, 2.5B, 2.5C, 2.5D, 2.6, 2.7 or 2.8. 

e oc 8 ?'. A r ^ e P tive su bstrate whenever provided with a passivate by a process as claimed in claim 

5 Bo or claim 86. ^ 

88. An aqueous solution as claimed in claim 2 substantially as specifically described herein with 
reference to Example 1.1 or 1.2. 

89. A process for treating a receptive metal substrate to impart a passivate film thereon which 
comprises the steps of contacting the substrate with a solution as claimed in claim 2 or anyone of 

10 claims 9 to 80 when appendant to claim 2 or claim 88, at a temperature of about 40° to about 1 50°F 10 
(4 to 66°C) for a period of time sufficient to form a passivate film thereon. 

90. A process as claimed In claim 89 substantially as specifically described herein with reference 
to Example 1.1 or 1.2. 

« ~ on V '. A r ®f e P tive substrate whenever provided with a passivate by a process as claimed in claim 
15 89 or claim 90. 



92. An aqueous solution as claimed in claim 5 substantially as specifically described herein with 
reference to anyone of Examples 3.1 f 3.2, 3.3, 3.4 or 3.5. 
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93. A process for treating a receptive metal substrate to impart a chromate passivate film thereon 
which compnses the steps of contacting the substrate with a solution as claimed in claim 5 or as 

20 claimed in anyone of claims 9 to 80 when appendant to claim 5 or claim 92 at a temperature of about 20 
40° to about 1 50*F (4° to 66°C) for a period of time sufficient to form a passivate film thereon 

94. A process as claimed in claim 93 substantially as specifically described herein with reference 
to anyone of the accompanying Examples 3.1, 3.2, 3.3, 3.4 or 3.5. 

95. A receptive substrate whenever provided with a passivate by a process as claimed in claim 

25 93 or claim 94. 25 

96. An aqueous solution as claimed in claim 6 substantially as specifically described herein with 
reference to anyone of Examples 4.1 , 4.2 or 4.3. 

97. A process for treating a receptive metal substrate to impart a chromate passivate film thereon 
which comprises the steps of contacting the substrate with a solution as claimed in claim 6 or anyone 
%no^t S A t0 80 When appendant t0 c,aim 6 or c( a'm 96, at a temperature of about 40° to about 30 
1 50 F (4 to 66°C) for a period of time sufficient to form a passivate film thereon. 

98. A process as claimed in claim 97 substantially as specifically described herein with reference 
to anyone of the accompanying Examples 4. 1 , 4.2 or 4.3. 

« 9 ?". A rece P tive substrate whenever provided with a passivate by a process as claimed in claim 

35 97 or claim 98. ^ 

1 00. An aqueous solution as claimed in claim 7 substantially as specifically described herein with 
reference to anyone of Examples 5.1 , 5.2, 5.3, 5.4, 5.5, 5.6, 5.7 or 5.8. 

1 0 1 . A process for treating a receptive metal substrate to impart a chromate passivate film 
thereon which comprises the steps of contacting the substrate with a solution as claimed in claim 7 or 

40 as claimed in anyone of claims 9 to 80 when appendant to claim 7 or claim 1 00, at a temperature of 40 
about 40° to about 1 50°F (4° to 66°C) for a period of time sufficient to form a passivate film thereon. 

1 02. A process for treating a receptive metal substrate to impart a chromate passivate film 
thereon which comprises the steps of contacting the substrate with a solution as claimed in claim 7 or 
as claimed in anyone of claims 9 to 80 when appendant to claim 7 or claim 100, at a temperature of 

45 about 40° to about 1 50°F (4° to 66°C) for a period of time sufficient to form a passivate film thereon 45 
contacting the passivated substrate with a dilute aqueous rinse solution for a period of at least about ' 
one second containing a bath soluble and compatible silicate compound present in an amount effective 
to impart improved corrosion resistance and hardness to the passivate film, and thereafter dryinq the 
passivated silicate rinsed substrate. 

50 1 03. A process as claimed in claim 1 01 or claim 1 02 substantially as specifically described 50 
herein with reference to anyone of the accompanying Examples 5.1 to 5.8. 

« ' A rece P tive substrate whenever provided with a passivate by a process as claimed in claim 

1 01, 102 or 103. 

1 05. An aqueous solution as claimed in claim 8 substantially as specifically described herein with 

55 reference to anyone of the accompanying Examples 6.1 to 6.5. 55 

1 06. A process for treating a receptive metal substrate to impart a chromate passivate film 
thereon which comprises the steps of contacting the substrate with a solution as claimed in claim 8 or 
as claimed in anyone of claims 9 to 80 when appendant to claim 8 r as claimed in claim 1 05 at a 
temperature of about 40° to about 1 50°F (4° to 66°C) for a period of time sufficient to form a 

60 passivate film thereon. g Q 

1 07. A process for treating a receptive metal substrate to impart a chromate passivate film 
thereon which comprises the steps of contacting the substrate with a solution as claimed in daim 8 or 
as claimed in anyone of claims 9 to 80 when appendant to claim 8 or as claimed in claim 1 05 at a 
temperature of about 40° to about 1 50°F (4° to 66°C) for a period of time suffici nt to form a 

65 passivate film thereon, contacting the passivated substrate with a dilute aqueous rinse solution for a 65 
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period of at least about one second containing a bath soluble and compatible silicate compound 
present in an amount effective to impart improved corrosion resistance and hardness to the passivate 
film, and thereafter drying the passivated silicate rinsed substrate. 

c u • 1 °?". A P/ 0 " 555 as claimed in claim 1 06 or claim 1 07 substantially as specifically described 

5 herein with reference to anyone of the accompanying Examples 6.1 to 6.5. 

1 nc " A ptive substr ate whenever provided with a passivate by a process as claimed in claim 
iuo, it) / or luo. 

1 1 0. A process for treating a receptive metal substrate to impart an improved chromate passivate 
turn thereon which comprises the steps of providing an aqueous acidic solution containing effective 

1 0 amounts of chromium ions substantially all of which are in the trivalent state, hydrogen ions to provide 
a pH of about 1 .2 to about 2.5, an oxidizing agent, and at least one of iron, cobalt, nickel, molybdenum, 
manganese, aluminium, lanthanum, lanthanide mixtures and cerium as well as mixtures thereof- 
contacting the substrate with the said aqueous acidic solution for a period of time sufficient to form a 
passivate film thereon, contacting for a period of at least about one second the passivated substrate 

1 5 with a dilute aqueous rinse solution containing a bath soluble and compatible silicate compound 1 5 

present in an amount effective to impart improved hardness to the passivate film and improved 
corrosion resistance to the substrate and thereafter drying the passivated silicate rinsed substrate. 

U 1 . A process as claimed in claim 1 1 0 including the further step of water rinsing the said 
passivated substrate prior to contracting the passivated substrate with the said aqueous silicate rinse 

20 solution. 20 

1 1 2. A process as claimed in claim 1 1 1 or claim 1 1 2 in which the the said aqueous rinse solution 
contains from about 1 to 40 g/l of the said silicate compound calculated as Si0 2 . 

11 3. A process as claimed in claim 1 1 2 in which the said aqueous rinse solution contains from 
about 5 to about 1 5 g/l of the said silicate compound calculated as Si0 2 . 

25 1 11 4. A process as claimed in anyone of claims 1 1 0 to 1 1 3 in which the said silicate compound 25 
comprises an inorganic compound. 

1 1 5. A process as claimed in claim 1 1 4 in which the said inorganic silicate compound comprises 
an aikah metal or ammonium silicate. 

1 1 6. A process as claimed in anyone of claims 11 0 to 1 1 3 in which the said silicate compound 

30 comprises an organic silicate compound. 3q 

1 1 7. A process as claimed in claim 1 1 6 in which the said organic silicate compound comprises a 
quaternary ammonium silicate compound. 

1 1 8. A process as claimed in claim 1 1 6 or claim 1 1 7 in which the said organic silicate compound 
has the structural formula: 
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35 R0R'.-xSi0 2 :yH 2 0 
Wherein: 

R represents a quaternary ammonium radical substituted with four organic radicals selected from 
the group consisting of alkyl, alkylene, alkanol, aryl, alkylaryl radicals or mixtures thereof; 
R' represents a hydrogen atom; 
40 z is an integer from 1 to 3; and 4 q 
y is an integer from 0 to 1 5. 

11 9. A process as claimed in anyone of claims 1 1 0 to 1 1 8 in which the said aqueous rinse 
solution is at a temperature of about 50° to about 1 50°F (1 0° to 66°C). 

120. A process as claimed in anyone of claims 110 to 1 1 9 in which the step of contacting the 

45 passivated substrate with the said aqueous rinse solution is carried out for a period of at least about 45 
one second up to about one minute. 

1 21 L A process as claimed in anyone of claims 1 1 0 to 1 20 in which the said rinse solution further 
contains from about 0.05 to about 5 g/l of a compatible wetting agent 

1 22. A process as claimed in anyone of claims 1 1 0 to 1 2 1 in which the said rinse solution further 

50 contains from about 1 to about 50 g/l of an emulsifiable oil. 50 

1 23. A process as claimed in anyone of claims 1 1 0 to 1 21 in which the said rinse solution further 
contains an alkali metal or ammonium nitrite or mixtures thereof in an amount of about 0. 1 to about 1 

g/l. 

1 24. A process as claimed in claim 1 1 0 substantially as specifically described herein with 

55 reference to anyone of the accompanying Examples 7.1 , 7.2A to 7.2N, or 7.3A to 7.3F. 55 
to 1 24 25 A reCept ' Ve substrate wh enever subjected to a process as claimed in anyone of claims 1 1 0 

126. A r ceptiv substrate as claimed in Claim 87, 91, 95, S9, 104, 109 or 125 in which the 
surface treated comprises zinc, zinc alloy, cadmium, cadmium alloy, aluminium, aluminium alloy, 
60 magnesium or magnesium alloy. 6 q 
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